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CATALYSTS, METHOD OF PREPARING THESE CATALYSTS AND METHOD 
OF USING SAID CATALYSTS 



This a Continuation-In-Part of U. S. Patent 
Application serial No. 008,800, filed January 30, 1987. 
5 BACKGROUND OF THE IN VENTION 

This invention relates to compositions of matter 
which are useful as catalysts, to a method for preparing 
these catalysts, to a method of using these catalysts and to 
polymeric products produced with these catalysts. More 
10 particularly, this invention relates to catalyst composi- 
tions, to a method of preparing these catalyst compositions, 
to a method for polymerizing olefins, diolefins and/or 
acetylenically unsaturated monomers wherein these catalysts 
are used and to homopolymer and copolymer products produced 

15 with these catalysts. 

The USB of soluble Ziegler-Natta type catalysts in 
the polymerization of olefins is, of course, well known in 
the prior art. In general, these soluble systems comprise a 
Group IV-B metal compound and a metal alkyl cocatalyst, 
20 particularly an aluminum allcyl cocatalyst. A subgenus of 

these catalysts is that subgenus comprising a bis(cyclopenta- 
dlenyi) compound of the Group IV-B metals, particularly 
titanium, in combination with aluminum alkyl cocatalysts. 
While speculation remains concerning the actual structure of 
25 the active catalyst species in this subgenus of soluble 

Ziegler-Natta type olefin polymerization catalysts, it would 
appear generally accepted that the active catalyst species is 
a cation or a decomposition product thereof which will 
alkylate an olefin in the presence of a labile stabilizing 
30 anion. This theory may have first been advocated by Breslow 
and Newburg, and Long and Breslow, as indicated in their 
respective articles appearing in J. Am. Chem. Soc, 1959, 
vol. 81, pp. 81-86, and J. Am. Chem. Soc, I960, Vol. 82, 
pp 1953-1957.. AS indicated in these articles, various 
35 sti^dies suggested that the active catalyst species is a 
titanium-alkyl complex or a species derived therefrom when 
a titanium compound; viz., bis ( cyclopentadienyl ) titanium 
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dlhalide, and an aluminum alkyl are used as a catalyst or 
catalyst precursor. The presence of Ions, all being In 
equilibrium, when a titanium confound is used was aZBo 
suggested by Dyachkovskii, Vysokomol. Soyed., 1965, Vol. 7, 
5 pp. 114-115 and by Dyachkovskii, Shilova and Shilov, J. 
Polym.Sci., Part C, 1967, pp. 2333-2339. That the active 
catalyst species is a cation complex when a titanium compound 
is used, was further suggested by Eisch et al., J. Am. Chem, 
Soc, 1985, Vol. 107, pp. 7219-7221. 
10 While the foregoing articles teach or suggest that 

the active catalyst species is an ion pair and, particularly 
an ion pair wherein the Group IV-B metal component is present 
as a cation or a decomposition product thereof, and while 
these references teach or suggest coordination chemistry to 
15 form such active catalyst species, all of the articles teach 
the use of a cocatalyst comprising a Lewis acid either to 
'form or to stabilize the active ionic catalyst species. The 
active catalyst is, apparently, formed through a Lewis acid- 
Lewis base reaction of two neutral components (the metal- 
20 locene and the aluminum alkyl), leading to an equilibrium 
between a neutral, apparently inactive, adduct and an ion 
pair, presumably the active catalyst. As a result of this 
equilibrium, there is a competition for the anion which must 
be present to stabilize the active cation catalyst species. . 
25 This equilibrium is, of course, reversible and such reversal 
will deactivate the catalyst. Moreover, the catalyst systems 
heretofore contemplated are subject to poisoning by the 
presence of basic impurities in the system. Further, many, 
if not all, of the Lewis acids heretofore contemplated for 
30 use in soluble Zlegler-Natta type catalyst systems are chain 
transfer agents and, as a result, prevent effective control 
of the product polymer molecular weight and molecular weight 
distribution. Still further, the catalyst systems heretofore 
proposed do not generally facilitate incorporation of a signi- 
35 ficant amount of a plurality of different monomers or random 
distribution of such monomers when used in copolymerization 
processes, particularly a-olefin copolymerization processes. 
Still even further, most, if not all, of the metal alkyl 
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cocatalysts heretofore contemplated are highly pyrophoric 
and, as a result, hazardous to use. 

The aforementioned catalyst systems are not highly 
active, nor or they generally active when zirconium or hafnium 
la the Group IV-B metal used. Recently, however, it has been 
found that active Ziegler-Natta type catalysts can be formed 
when bis(cyclopentadienyl) compounds of the Group IV-B metals, 
including zirconium and hafnium, are used with alumoxanes. 
As is well known, these systems, particularly those compris- 
ing zirconium, offer several distinct advantages, including 
vastly higher activities than the aforementioned bis(cyclo- 
pentadienyl) titanium catalysts and the production of polymers 
with narrower molecular weight distributions than those from 
conventional Ziegler-Natta catalysts. These recently 
15 developed catalyst systems still yield polymeric products 
having relatively low molecular weight, however. Moreover, 
these recently developed catalyst systems have not affected 
the amount of comonomer incorporated into a copolymer or the 
relative distribution of such monomer therein. Further, these 
20 systems remain subject to poisoning when basic impurities are 
present and require an undesirable excess of the alumoxane to 

ftinctlon efficiently. 

Bls(cyclopentadlenyl)hafnium compounds used with 

alumoxane cocatalysts have offered few, if any, advantages 
25 when compared to analogous bis (cyclopentadienyl) titanium or 
-zirconium catalysts with respect to catalyst activity, 
polymer molecular weights, or extent or randomness of co- 
monomer incorporation. This has been suggested by Glannetti, 
Micoletti, and Mazzochl, J. Polym. Sci., Polym. Chem. 1985, 
30 vol. 23, pp. 2117-2133, who claimed that the ethylene poly- 
merization rates of bis ( cyclopentadienyl )hafnium compounds 
were five to ten times slower than those of similar bis( cyclo- 
pentadienyl) zirconium compounds while there was little 
difference between the two catalysts in the molecular weight 
35 of the polyethylene formed from them. European Patent 
Application No. 200,351 A2 (1986) suggests that in the 
copolymerizatlon of ethylene and propylene there is little 
difference among bis (cyclopentadienyl) titanium, -zirconium. 
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and -hafnium compounds either In polymer molecular weights 
and molecular weight distributions or In ability to Incorpo- 
rate propylene randomly. Recently, however, Ewen et-al. 
disclosed In J. Am. Chem. Soc., 1987, Vol. 109, pp. 6544- 
5 6545, that chiral hafnium metallocene compounds used with an 
alufflozana cocatalyst gave Isotactlc polypropylene of higher 
molecular weight than that obtained from analogous chiral 
zirconiiam metallocenes. 

In light of the several deficiencies of the coor- 
10 dination catalyst systems heretofore contemplated, the need 
for an improved catalyst system which: (1) permits better 
control of molecular weight and molecular weight diatrlbulon; 
(2) is not subject to activation equilibrium aiui (3) does not 
involve the use of an undesirable cocatalyst is believed 
15 readily apparent. The need for a catalyst system which will 
facilitate the production of higher molecular weight polymeric 
products and facilitate incorporation of a larger amount of 
comonomer into a copolymer and alter the relative distribution 
of such comonomers in such copolymers la also believed to be 
20 readily apparent. 

SUMMARY OF THE INVENTION 

It has now been discovered that certain of. the fore- 
going and other disadvantages of the prior art ionic olefin 
polymerization catalysts can be avoided, or at least reduced, 
25 with all of the ionic catalysts of the present Invention and 
that all of the foregoing and other disadvantages of the prior 
art ionic olefin polymerization catalysts can be avoided, or 
at least reduced, with certain of the ionic catalysts of this 
invention and Improved olefin, diolefin and/or acetylenlcally 
30 unsaturated monomer polymerization processes provided there- 
with. It la, therefore, an object of this invention to 
provide Improved ionic catalyst systems which are useful in 
the polymerization of olefins, dioleflns and/or acetylen- 
lcally xinsaturated monomers. It Is another object of this 
35 invention to provide a method for preparing such Improved 

catalysts. It is a further object of this invention to pro- 
vide an Improved polymerization process using such Improved 
catalysts. It is still another object of this invention 
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to provide such an Improved catalyst which is not subject to 
ion equilibrium reversal. It is still a further object of 
this Invention to provide such an improved catalyst-which may 
permit better control of the product polymer molecular weight 
and molecular weight distribution. It is yet another object 
of this invention to provide such an improved catalyst which 
may be used with less risk of fire. It is yet a further 
object of this invention to provide certain improved cata- 
lysts, particularly certain hafnium containing catalysts, 
which will yield relatively high molecular weight polymers. 
It Is even another object of this Invention to provide 
certain improved catalysts, particularly certain hafnium 
containing catalysts, which will yield copolymers containing 
relatively large amounts of a plurality of comonomers, which 
15 comonomers are distributed in a manner at least approaching 
randomness. It is even a further object of this invention to 
provide polymeric products produced with these catalysts 
having relatively narrow molecular weight distributions and 
which are free of certain metal Impurltiea. It is still even 
20 another object of this invention to provide certain polymeric 
products, prepared with certain of these catalysts, having 
relatively high molecular weights. It is still even a 
further object of this Invention to provide certain copoly- 
mers, prepared with certain of these catalysts, containing 
25 relatively large amounts of a plurality of comonomers, which 
comonomers are distributed in a manner at least approaching 
randomness. The foregoing and still other objects and 
advantages of the present invention will become apparent from 
the description set forth hereinafter and the examples 

30 Included herein. 

m accordance with the present invention, the fore- 
going and other objects and advantages are accomplished with 
and by using a catalyst prepared by combining at least two 
components. The first of which components is a bls(cyclo- 

35 pentadienyl) derivative of a Group IV-B metal compound 

containing at least one ligand which will combine with the 
second component or at least a portion thereof such as a 
cation portion thereof. The second of which components is an 
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Ion-exchange compoxond comprising a cation which will Irrever- 
sibly react with at least one llgand contained In said Group 
ZV-B metal compoiand (first component) and an anion which Is a 
single coordination complex comprising a plurality of Ilpo* 
5 phlllc radicals covalently coordinated to and shielding a 
central formally charge-bearing metal or metalloid atom, 
which anion Is bulky, labile and stable to any reaction 
Involving the cation of the second component. The charge- 
bearing metal or metalloid may be any metal or metalloid 
10 capable of forming a coordination complex which Is not 
hydro lyzed by aqueous solutions. Upon combination of the 
first and second components, the cation of the second 
component reacts with one of the Uganda of the first 
component, thereby generating an Ion pair consisting of a 
15 Group IV-B metal cation with a formal coordination number of 
3 and a valence of *A and the aforementioned anion, which 
anion Is compatible with and noncoordlnatlng towards the 
metal cation formed from the first component. The anion of 
. the second compound must be capable of stabilizing the 
20 Group IV-B metal cation complex without Interfering with the 
Group IV-B metal cation *s or Its decomposition product *s 
ability to function as a catalyst and must be sufficiently 
labile to permit displacement by an olefin, dlolefln or an 
acetylenlcally unsaturated monomer during polymerization. 
25 For example, Bochmann and Wilson have reported (J. caiem. 
Soc, Chem. Comm., 1986, pp. 1610-1611) that bls(cyclo- 
pentadlenyl) titanium dimethyl reacts with tetrafluoroboric 
acid to form bis (cyclopentadlenyl) titanium methyl tetra- 
f luoroborate . The anion Is, however. Insufficiently labile 
30 to be displaced by ethylene. 

DETAILED DESCRIPTION OF THE INVENTION 

AS Indicated supra, the present Invention relates 
to catalysts, to a method for preparing such catalysts, to a 
method for using such catalysts and to polymeric products 
35 produced with such catalysts. The catalysts are particularly 
useful for polymerizing a-oleflns, dloleflns and acetylen- 
lcally unsaturated monomers either alone or In combination 
with other a-oleflns, dloleflns and/or other unsaturated 
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monomers. The improved catalysts are prepared by combining 
at least one first compound which is a bis(cyclopentadienyl) 
derivative of a metal of Group IV-B of the Periodic -*able of 
the Elements containing at least one ligand which will 
combine with the cation of the second compound which first 
compound is capable of forming a cation formally having a 
coordination number of 3 and a valence of +4 and at least one 
second compound which is a salt comprising a cation capable 
of donating a proton which will Irreversibly combine with 
said at least one ligand (substituent) liberated by said 
Group IV-B metal compound and an anion which is a single 
coordination complex comprising a charge-bearing metal or 
metalloid core, which anion is both bulky and labile, 
compatible with and noncoordinating toward the Group IV-B 
15 metal cation formed from the first component, and capable of 
stabilizing the Group IV-B metal cation without interfering 
with said Group IV-B metal cation's or its decomposition 
product's ability to polymerize a-olefins, diolefins and/or 
acetylenically unsaturated monomers. 
20* All reference to the Periodic Table of the 

Elements herein shall refer to the Periodic Table of the 
Elements, published and copyrighted by C»C Press, Inc., 
1984. Also, any reference to a Group or Groups shall be to 
the Group or Groups as reflected in this Periodic Table of 

25 the Elements. 

AS used herein, the recitation "compatible non- 
coordinating anion" means an anion which either does not 
coordinate to said cation or which is only weakly coordinated 
to said cation thereby remaining sufficiently labile to be 
displaced by a neutral Lewis base. The recitation "compatible 
noncoordinating anion" specifically refers to an anion which 
when functioning as a stabilizing anion in the catalyst 
system of this invention does not transfer an anionic sub- 
stituent or fragment thereof to said cation thereby forming 
a neutral four coordinate metallocene and a neutral metal or 
metalloid byproduct. Compatible anions are anions which are 
not degraded to neutrality when the initially formed complex 
decomposes. The recitation -metalloid, as used herein. 



30 



35 
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Includes non-metals such as boron, phosphorus and the like 
which exhibit semi-metallic characteristics. 

The Group IV-B metal compounds; i.e., titanium, 
zirconium and hafnium compounds, useful as first compounds in 
5 the preparation of the improved catalyst of this invention 
are bis(cyclopentadienyl) derivatives of titanium, zirconium 
and hafnium. In general, useful titanium, zirconium and 
hafnium compounds may be represented by the following general 
formulae: 

10 1. (A-Cp)MXiX2 

> 1 . 

2. (A-Cp)MX'iX'2 

3. (A-Cp)ML 

4. (Qp*)(CpR)MXi 

Wherein: 

15 (A-Cp) is either (Cp)(Cp*) or Cp-A'-Cp* 

and Cp and Cp* are the same or different 
substituted or unsubstituted cyclopentadlenyl 
radicals wherein A' is a covalent bridging 
group contaixilng a Group IV- A element; 

20 M is a metal selected from the Group consis- 

ting of titanitim, zirconitim and hafnium; 
L is an olefin, dlolefin or aryne llgand; 
Xx and X2 are, independently, selected from 
the group consisting of hydride radicals, 

25 hydrocarbyl radicals having from 1 to about 20 

carbon atoms, substituted-hydrocarbyl radicals, 
wherein one or more of the hydrogen atoms are 
replaced with a halogen atom, having from 1 to 
about 20 carbon atoms, organometalloid 

30 radicals comprising a Group IV-A element 

wherein each of the hydrocarbyl substitutions 
contained in the organic portion of said 
organometalloid, independently, contain from 1 
to about 20 carbon atoms and the like; 

35 x^i and X'2 are joined and bound to the 

metal atom to form a metallacycle, in which 
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the metal atom, X'l and X'2 ^ hydro- 

carbocycllc ring containing from about 3 to 
about 20 carbon atoms; and 
R is a substituent, preferably a hydrocarbyl 
5 substituent, on one of the cyclopentadienyl 

radicals which is also bound to the metal 
atom. 

Bach carbon atom in the cyclopentadienyl radical may be, 
independently, iinsubstituted or substituted with the same or 

10 a different radical selected from the group consisting of 
hydrocarbyl radicals, substituted-hydrocarbyl radicals 
wherein one or more hydrogen atoms is replaced by a halogen 
atom, hydrocarbyl-substituted metalloid radicals wherein the 
metalloid is selected from Group IV-A of the Periodic Table 

15 of the Elements, and halogen radicals. Suitable hydrocarbyl 
and substituted-hydrocarbyl radicals, which may be substi- 
tuted for at least one hydrogen atom in the cyclopentadienyl 
radical, will contain from 1 to about 20 carbon atoms and 
include straight and branched alkyl radicals, cyclic hydro- 

20 carbon radicals, alkyl-substituted cyclic hydrocarbon 

radicals, aromatic radicals and alkyl-substituted aromatic 
radicals. Similarly, and when Xi and/or X2 is a hydro- 
carbyl or substituted-hydrocarbyl radical, each may, inde- 
pendently, contain from 1 to about 20 carbon atoms and be a 

25 straight or branched alkyl radical, a cyclic hydrocarbyl 
radical, an alkyl-substituted cyclohydrocarbyl radical, an 
aromatic radical or an alkyl-substituted aromatic radical. 
Suitable organometalloid radicals include mono-, di- and 
trisubstituted organometalloid radicals of Group IV-A 

30 elements wherein each of the hydrocarbyl groups contain from 
1 to about 20 carbon atoms. More particularly, suitable 
organometalloid radicals include trimethylsilyl, triethyl- 
silyl, ethyldimethylsilyl, methy Idiethylsilyl , triphenyl- 
germyl, trimethylgermyl and the like. 

35 Illustrative, but not limiting examples of bis- 

( cyclopentadienyl) zirconium compounds which may be used in 
the preparation of the improved catalyst of this invention 
are dihy drocar by 1 -substituted bis (cyclopentadienyl) zirconium 
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compounds such as bis (cyclopentadlenyl) zirconium dimethyl, 
bis (cyclopentadlenyl) zirconium diethyl, bls(cyclopentadienyl)- 
zlrconlum dlpropyl^ bis (cyclopentadlenyl) zirconium dibutyl, 
bls( cyclopentadlenyl ) zirconium dipheny 1 , bis ( cyclopenta* 
5 dlenyl) zirconium dlneopentyl, bis (cyclopentadlenyl) zirconium 
dl(m-tolyl), bls( cyclopentadlenyl )zlrconliam dl(p-tolyl) and 
the like; (monohydrocarbyl-substltuted cyclopentadlenyl )- 
zirconium compounds such as (methylcyclopentadlenyl) 
( cyclopentadlenyl ) and bis ( methylcyclopentadlenyl ) zirconium 
10 dimethyl, (ethylcyclopentadlenyl)( cyclopentadlenyl) and bis* 
( ethylcyclopentadlenyl ) zlrconliam dimethyl , (propylcyclopenta* 
dlenyl) (cyclopentadlenyl) and bls(propylcyclopentadlenyl)- 
zirconium dimethyl , C ( n-butyl ) cyclopentadlenyl ] ( cyclopenta- 
dlenyl) and bis C(n-butyl) cyclopentadlenyl] zirconium dimethyl, 
15 [(t-butyl) cyclopentadlenyl] (cyclopentadlenyl) and bls- 

C(t-butyl) cyclopentadlenyl] zirconium dimethyl, (cyclohexyl- 
methylcyclopentadlenyl ) ( cyclopentadlenyl ) and bis ( cyclohexy 1- 
methylcyclopentadlenyl ) zirconium dimethyl , { benzylcyclopenta- 
dlenyl )( cyclopentadlenyl ) and bls(benzylcyclopentadlenyl)- 
20 zirconium dimethyl , ( dipheny ImethylcyClopentadlenyl ) ( cyclo- 
pentadlenyl ) and bls( dipheny ImethylcyClopentadlenyl ) zirconium 
dimethyl (methylcyclopentadlenyl) (cyclopentadlenyl) and bis- 
( methylcyclopentadlenyl ) zirconium dlhydrlde , ( ethylcyclopenta- 
dlenyl) (cyclopentadlenyl) and bis( ethylcyclopentadlenyl )- 
2S zirconium dihy drlde , ( propy Icyclopent adlenyl ) ( cyclopenta- 
dlenyl) and bis ( propy Icyclopentadienyl) zirconium dihydride, 
C ( n-buty 1 ) cyclopentadlenyl ] ( cyclopentadlenyl ) and bis- 
[ ( n-butyl ) cyclopentadlenyl ] zirconium dlhydrlde , [ ( t-butyl ) - 
cyclopentadlenyl ] ( cyclopentadlenyl ) and bis [ ( t-butyl ) cyclo- 
30 pentadlenyl] zirconium dlhydrlde, (cycloheacylmethylcyclopenta- 
dleny 1 ) ( cyclopentadlenyl ) and bis ( cyclohexy ImethylcyClopenta- 
dlenyl ) zirconium dlhydrlde , ( benzy Icyclopentadienyl ) ( cyclo- 
pentadlenyl ) and bis ( benzylcyclopent adlenyl ) zirconium 
dihydride , ( dipheny ImethylcyClopentadlenyl ) ( cyclopentadlenyl ) 
35 and bis (diphenylmethylcyclopentadienyl) zirconium dihydride 

and the like; (polyhydrocarbyl-substituted cyclopentadieny 1 ) - 

zirconium compounds such as (dime thy 1 cyclopentadlenyl )- 

( cyclopentadlenyl ) and bis ( dimethy Icyclopentadienyl ) zirconium 
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dimethyl, ( trimethylcyclopentadlenyl ) ( cyclopentadlenyl ) and 
bis ( trimethylcyclopentadlenyl ) zirconium dimethyl , ( tetra- 
methylcyclopentadlenylX cyclopentadlenyl) and bls(tetra- 
methylcyclopontadlenyl) zirconium dimethyl , (permethylcydo- 
5 pentadlenylX cyclopentadlenyl) and bl8(permethylcyclopenta- 
dlenyl) zirconium dimethyl, (ethyltetramethylcyclopentadienyl)- 
( cyclopentadlenyl ) and bis ( ethyltetr amethy icyclopent adieny 1 ) - 
zirconium dimethyl, ( indenyl) ( cyclopentadlenyl ) and bis- 
( indenyl ) zirconium dimethyl , ( dimethy Icyclopentadienyl ) - 

10 (cyclopentadlenyl) and bis(dimethylcyclopentadienyl) zirconium 
dihydr ide , ( trimethylcyclopentadlenyl ) ( cyclopentadlenyl ) and 
bis ( trimethylcyclopentadlenyl ) zirconium dlhydride , ( tetra- 
methylcyclopentadienyl)( cyclopentadlenyl) and bis(tetramethyl- 
cyclopent adienyl ) zirconium dlhydride , ( permethylcyclopenta- 

15 dienylX cyclopentadlenyl) and bis( permethylcyclopentadieny 1 ) - 
zirconium dlhydride , ( ethylte tramethylcyclopentadieny l ) - 
( cyclopentadlenyl ) and bis ( ethyl tetramethy Icyclopentadienyl ) - 
zirconium dlhydride, (indenyl) (cyclopentadlenyl) and 
bis (indenyl) zirconium dlhydride and the like; (metal hydro- 

20 carbyl -substituted cyclopentadlenyl ) zirconium compounds such 
as (trimethylsilylcyclopentadienyl)( cyclopentadlenyl) and 
bis(trimethylsilylcyclopentadienyl)zlrconlum dimethyl, (trl- 
methylgermylcyclopent adienyl ) ( cyclopentadlenyl ) and bis ( tri- 
methylgermylcyclopentadienyl ) zirconium dimethyl , ( trimethyl- 

25 stannylcyclopentadlenyl)( cyclopentadlenyl) and bls( trimethyl 
stannylcyclopentadlenyl ) zirconium dimethyl , ( trimethylplumby 1 
cyclopentadlenyl ) ( cyclopentadlenyl ) and bis ( trimethy iplumbyl - 
cyclopentadlenyl) zirconium dimethyl, (trimethylsilylcyclo- 
pentadienyl)( cyclopentadlenyl) and bis( trimethylsilylcyclo- 

30 pentadienyl) zirconium dlhydride, ( trimethy Igermylcyclopenta- 
dienyi)( cyclopentadlenyl) and bls( trlmethylgermylcyclopenta- 
dienyl) zirconium dlhydride, ( trimethylstannyleyclopenta- 
dlenyi)( cyclopentadlenyl) and bla(trlmethyl8tannylcyclopenta- 
dlenyl) zirconium dlhydride, (trlmethylplumbylcyclopenta- 

35 dlenyl)( cyclopentadlenyl) and bl8(trlmethylplumbylcyclopenta- 
dlenyl) zirconium dlhydride and the like; (halogen-substituted 
cyclopentadlenyl) zirconium compounds such as ( trifluoromethyl- 
cyclopentadienyl ) ( cyclopentadlenyl ) and bis ( tri f luororaethyl - 
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cyclopontadieny 1 ) zirconium dimethyl , ( trlf luoromethy icyclo- 
pentadleny 1 ) ( cyclopentadleny 1 ) and bis { trifluorome thy Icyclop- 
entadlenyl) zirconium dlhydrlde and the like; silyl-sobsti- 
tuted (cyclopentadienyDzlrconitun compounds such as 
5 bis(cyclopentadienyl)zirconium dKtrlmethylsilyl), bis( cycle* 
pentadienyl) zirconium di(phenyldimethylsllyl) and the like; 
(bridged-cyclopentadienyl) zirconium compounds such as 
methylene bis(cyclopentadienyl)zirconitim dimethyl, ethylene 
bis (cyclopentadienyl) zirconium dimethyl, dimethylsilyl bis- 

10 ( cyclopentadienyl )zirconiiim dimethyl, methylene bis (cyclopenta- 
dienyl) zirconium dihydride and dimethylsilyl bis (cyclopenta- 
dienyl) zirconium dihydride and the like; bis (cyclopentadienyl)- 
zirconacycles such, as bis(pentamethylcyclopentadienyl)zircona- 
cyclobut ane , bis ( pentamethylcyclopentadienyl ) zirconacyclo- 

15 pentane, bis ( cyclopentadienyl )zirconaindane and the like; 

olefin, diolefin and aryne ligand substituted bis (cyclopenta- 
dienyl) zirconium compounds such as bis ( cyclopentadienyl )- 
( 1 , 3-butadiene ) zirconium, bis ( cyclopentadienyl ) ( 2 , 3-dimethyl- 
1 , 3-butadiene ) zirconium, bis( pentamethylcyclopentadienyl )- 

20 (benzyne)zirconixim and the like; ( hydrocarbyl)( hydride )- 

substituted bia( cyclopentadienyl) zirconium compounds such as 
bis ( pentamethylcyclopentadienyl ) zirconium ( phenyl ) ( hydride ) , 
bis( pentamethylcyclopentadienyl ) zirconium ( methyl ) ( hydride ) 
and the like; and bis (cyclopentadienyl) zirconium compounds in 

25 which a substituent on the cyclopentadienyl radical is bound 
to the metal such as (pentamethylcyclopentadienyl )(tetr a- 
methylcyclopent adienylmethylene ) zirconium hydride , ( penta- 
methylcyclopentadienyl ) ( tetramethylcyclopentadienylmethylene ) - 
zirconium phenyl and the like. 
— 30 A similar list of illustrative bis (cyclopenta- 

dienyl) hafnium and bis (cyclopentadienyl) titanium compounds 
could be made, but since the lists would be nearly identical 
to that already presented with respect to bis (cyclopenta- 
dienyl) zirconium compounds, such lists are not deemed essen- 

35 tlal to a complete disclosure. Those skilled in the art, 

however, are aware that bis (cyclopentadienyl) hafnium compounds 
and bis (cyclopentadienyl) titanium compounds corresponding to 
certain of the bis (cyclopentadienyl) zirconium compounds 
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listed supra are not known. The lists would, therefore, be 
reduced by these compounds. Other bls(cyclopentadlenyl)- 
hafnlum compounds and other bls( cyclopentadlenyl ) titanium 
compounds as well as other bis (cyclopentadlenyl) zirconium 
5 compounds which are useful In the catalyst compositions of 
this invention will, of course, be apparent to those skilled 
in the art. 

Compounds useful as a second component in the. 
preparation of the catalyst of this invention will comprise a 

10 cation, which is a Bronated acid capable of donating a proton, 
and a compatible noncoordinatlng anion containing a single 
coordination complex comprising a charge-bearing metal or 
metalloid core, which anion is relatively large (bulky), 
capable of stabilizing the active catalyst species (the 

15 Group IV-B cation) which is formed when the two compounds are 
combined and said anion will be sufficiently labile to be 
displaced by olefinic, diolefinic and acetylenically 
unsaturated substrates or other neutral Lewis bases such as 
ethers, nitriles and the like. As indicated supra, any metal 

20 or metalloid capable of forming a coordination complex which 
is stable in water may be used or contained in the anion of 
the second compound. Suitable metals, then, include^ but are 
not limited to, aluminum, gold, platinum and the like. 
Suitable metalloids Include, but are not limited to, boron, 

25 phosphor\is, silicon and the like. Compounds containing anions 
which comprise coordination complexes containing a single 
metal or metalloid atom are, of course, well known and many, 
particularly such compounds containing a single boron atom in 
the anion portion, are available commercially. In light of 

30 this, salts containing anions comprising a coordination 
complex containing a single boron atom are preferred. 

In general, the second compounds useful in the 
preparation of the catalysts of this invention may be 
represented by the following general formula: 

35 C(L»-H)*]dC(M')'"*Qi02-*-0n]**' 
Wherein: 

L' is a neutral Lewis base; 
H is a hydrogen atom; 
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[L*-H] la a Bronated acid; 

M* la a matal or metalloid aelected front the 
Groupa aubtended by Groupa V-B to V-A of the 
Periodic Table of the Elementa; le., Groupa 
V-B, Vl-B^ VIl-B, VIII^ I-B, II-B, III-A, 
IV-A, and V-A; 

Ql "to Qn are aelected. Independently, from 
the Group consisting of hydride radicals, 
dlalkylamldo radicals, alkoxlde and aryloxlde 
radicals, hydrocarbyl and aubstltuted-hydro- 
carbyl radlcala and organometallold radicals 
and any one, but not more than one, of Qx to 

may be a hallde radical - the remaining 
Ql to Qn being, Ixidependently, aelected 
from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n - m « d. 

Second compounds comprising boron which are particularly 
useful in 'the preparation of catalyata of this Invention may 
be represented by the following general formula: 

[L • -H] + [BAriAr2X3X4] * 

Wherein: 

L* la a neutral Lewis base; 

H is a hydrogen atom; 

[L*-H]^ is a Bronsted acid; 

B is boron in a valence state of 3; 

Ari and Ar2 are the same or different 

aromatic or substituted- aromatic hydrocarbon 

radicals containing from about 6 to about 20 

carbon atoms and may be linked to each other 

through a at able bridging group; and 

X3 and X4 are radlcala selected, Independ* 

ently, from the group consisting of hydride 

radicals, hallde radicals, with the proviso 

that only X3 or X4 will be hallde at the 

same time, hydrocarbyl radicals containing 

from 1 to about 20 carbon atoms, substituted* 
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hydrocarbyl radicals, wherein one or more of 
the hydrogen atoms Is replaced by a halogen 
atom, containing from 1 to about 20 carbon 
atoms, hydrocarbyl -substituted metal (organo- 
5 metalloid) radicals wherein each hydrocarbyl 

substitution contains from 1 to about 20 
carbon atoms and said metal is selected from 
Group IV-A of the Periodic Table of the 
Elements and the like. 
10 In general, Ari and Ar2 may, independently, be any aromatic 
or substituted-aromatic hydrocarbon radical containing from 
about 6 to about 20 carbon atoms. Suitable aromatic radicals 
include, but ^e not limited to, phenyl, naphthyl and anthra- 
cenyl radicals. Suitable substituents on useful substituted- 
15 aromatic hydrocarbon radicals, include, but are not neces- 
sarily limited to, hydrocarbyl radicals, organometalloid 
radicals, alkoxy radicals, alkylamido radicals, fluoro and 
f luorohydrocarbyl radicals and the like such as those useful 
as X3 or X4. The substltuent may be ortho, meta or para, 
relative to the carbon atom bonded to the boron atom. When 
either or both X3 and X4 are a hydrocarbyl radical, each 
may be the same or a different aromatic or* substituted- 
aromatic radical as are Ari and Ar2, or the same may be a 
straight or branched alkyl, alkenyl or alkynyl radical having 
from 1 to about 20 carbon atoms, a cyclic hydrocarbon radical 
having from about 5 to about 8 carbon atoms or an alkyl - 
substituted cyclic hydrocarbon radical having from about 6 to 
about 20 carbon atoms. X3 and X4 may also. Independently, 
be alkoxy or dialkylamldo radicals wherein the alkyl portion 
30 of said alkoxy and dialkylamldo radicals' contains from 1 to 
about 20 carbon atoms, hydrocarbyl radicals and organometal- 
loid radicals having from 1 to about 20 carbon atoms and the 
like. AS indicated supra, Ari and Ar2 may be linked to each 
other. Similarly, either or both of Ari and Ar2 could be 
35 linked to either X3 or X4. Finally, X3 and X4 may also be 
linked to each other through a suitable bridging group. 

Illustrative, but not limiting, examples of boron 
compounds which may be used as a second component in the 
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preparation of the improved catalysts of this invention are 
triallcyL-substituted ammonium salts such as triethyl ammonium 
tetra( phenyl )boron, tripropylammonium tetraCphenyDboron, 
tri(n-butyl)ammonium tetra( phenyl )boron, trimethylammonixam 
5 tetra(p-tolyl)boron, trimethylammonium tetra(o-tolyl) boron, 
tributylammonium tetra(pentaf luorophenyl)boron, tripropyl- 
ammonium tetra(o,p-ddLmethylphenyl)boron, tributylammonium 
tetra(m,m-dimethylphenYl)boron, tributylammonium tetra(p-tri- 
fluoromethylphenyl) boron, tributylammonium tetra(pentaf luoro- 

10 phenyl )boron, tri(n-butyl) ammonium tetra(o-tolyl)boron and 
the like; N,N-diallcyl anilinium salts such as N,N-dimethyl- 
anilinium tetr a (phenyl) boron, N,N-diethylanilinium tetra- 
(phenyl)boron, N,N-2,4^6-pentamethylanilix4uni tetra( phenyl)- 
boron and the like; dialkyl ammonium salts such as di- 

15 (i-propyl) ammonium tetra(pentafluorophenyl)boron, dicyclo- 
hezylammonium tetr a ( phenyl )boron and the like; and triaryl 
phosphonium salts such as triphenylphosphoniiam tetra( phenyl )- 
boron, tri(methylphenyl) phosphonium tetra( phenyl) boron, 
tri(dimethylphenyl) phosphonium tetra( phenyl) boron and the 

20 like* 

Similar lists of suitable compounds containing 
other metals and metalloids which are useful as second 
components could be made, but such lists are not deemed 
necessary to a complete disclosure. In this regard, it 

25 should be noted that the foregoing list is not intended to be 
exhaustive and other boron compounds that would be useful as 
well as useful compounds containing other metals or metal- 
loids would be readily apparent, from the foregoing general 
equations, to those skilled in the art. 

30 In general, and while most first components 

identified above may be combined with most second components 
identified above to produce an active olefin polymerization 
catalyst, it is important to continued polymerization 
operations that either the metal cation initially formed from 

35 the first component or a decomposition product thereof be a 
relatively stable catalyst. It is also important that the 
anion of the second compound be stable to hydrolysis when an 
ammonium salt is used. Further, it is important that the 
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acidity of the second component be sufficient, relative to 
the first, to facilitate the needed proton transfer. 
Conversely, the basicity of the metal complex must also be 
sufficient to facilitate the needed proton transfer. Certain 
5 metal locene compounds -using bis(pentamethylcyclopenta- 

dienyl) hafnium dimethyl as an illustrative, but not limiting 
example - are resistant to reaction with all but the 
strongest Bronsted acids and thus are not suitable as first 
components to form the catalysts of this invention. In 

10 general, bis(cyclopentadienyl)metal compounds which can be 

hydrolyzed by agueous solutions can be considered suitable as 
first components to form the catalysts described herein. 

With respect to the combination of first (metal- 
containing) component to second component to form a catalyst 

15 of this invention, it should be noted that the two compounds 
combined for preparation of the active catalyst must be 
selected so as to avoid transfer of a fragment of the anion, 
particularly an aryl group, to the metal cation, thereby 
forming a catalytically inactive species. This could be done 

20 by steric hindrance, resulting from substitutions on the 

cyclopentadienyl carbon atoms as well as substitutions on the 
aromatic carbon atoms of the anion. It follows, then, that 
metal compounds (first components) comprising perhydrocarbyl- 
substituted cyclopentadienyl radicals could be effectively 

25 used with a broader range of second compounds than could 

metal compounds (first components) comprising unsubstituted 
cyclopentadienyl radicals. As the amotint and size of the 
substitutions on the cyclopentadienyl radicals are reduced, 
however, more effective catalysts are obtained with second 
- 30 compounds containing anions which are more resistant to 

degradation, such as those with substituents on the ortho 
positions of the phenyl rings. Another means of rendering 
the anion more resistant to degradation is afforded by 
fluorine substitution, especially perfluoro- substitution, in 

35 the anion. Fluoro-substituted stabilizing anions may, then, 
be used with a broader range of metal compounds (first 
components ) • 
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In general, the catalyst can be prepared by combin- 
ing the two components in a suitable solvent at a temperature 
within the range from about -lOO'C to about 300*C, -The cata- 
lyst may be used to polymerize a-olef ins and/or acetylen- 
5 ically unsaturated monomers having from 2 to about 18 carbon 
atoms and/or diolefins having from 4 to about 18 carbon atoms 
either alone or in combination. The catalyst may also be 
used to polymerize a-olef ins , diolefins and/or acetylenically 
xinsaturated monomers in combination with other unsaturated 
10 monomers. In general, the polymerization may be accomplished 
at conditions well known in the prior art. It will, of 
course, be appreciated that the catalyst system will form 
in situ if the components thereof are added directly to the 
polymerization process and a suitable solvent or diluent, 
15 including condensed monomer, is used in said polymerization 
process. . It is, however, preferred to form the catalyst in a 
separate step in a suitable solvent prior to adding the same 
to the polymerization step. While the catalysts do not 
contain pyrophoric species, the catalysts' components are 
20 sensitive to both moisture and oxygen and should be handled 
and transferred in an inert atmosphere such as nitrogen, 
argon or helium. . 

As indicated supra, the improved catalyst of the 
present invention will, preferably, be prepared in a suitable 
25 solvent or diluent. Suitable solvents or diluents include 
any of the solvents known in the prior art to be useful as 
solvents in the polymerization of olefins, diolefins and 
acetylenically unsaturated monomers. Suitable solvents, 
then, include, but are not necessarily limited to, straight 
30 and branched-chain hydrocarbons such as isobutane, butane, 
pentane, hexane, heptane, octane and the like; cyclic and 
alicyclic hydrocarbons such as cyclohexane, cycloheptane, 
methylcyclohexane, methylcycloheptane and the like and 
aromatic and alkyl-substituted aromatic compounds such as 
35 benzene, toluene, xylene and the like. Suitable solvents 
also include liquid olefins which may act as monomers or 
comonomers including ethylene, propylene, butadiene, cyclo- 
pentene, 1-hexane, 3-methyl-l-pentene, .4-methyl-l-pentene, 
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1,4-hexadlene, 1-octena, 1-decene and the like. Suitable 
solvents further Include basic solvents not generally useful 
as polymerization solvents when conventional Zlegler-Natta 
t2fpe polymerization catalysts are used such as chlorobenzene. 
5 While the inventors do not wish to be bound by any 

particular theory, it is believed that when the two compounds 
used to prepare the improved catalysts of the present inven- 
tion are combined in a suitable solvent or diluent, all or a 
part of the cation of the second compound (the acidic proton) 
10 combines with one of the substituents on the metal containing 
(first component). In the case where the first component has 
a formula corresponding to that of general formula 1 supra, a 
neutral compound is liberated, which neutral compound either 
remains in solution or is liberated as a gas. In this regard, 
15 it should be noted that if either Xi or X2 in the metal 

containing (first component) is a hydride^ hydrogen gas may 
be liberated. Similarly, if either Xi or X2 is a methyl 
radical, methane may be liberated as a gas. In the cases 
where the first component has a formula corresponding to 
20 those of general formulae 2, 3 or 4, one of the subst^-tuents 
on the metal-containing (first) component is protonated but, 
in general, no substituent is liberated from the metal. It 
is preferred that the molar ratio of first component to 
second component be 1:1 or greater. The conjugate base of 
25 the cation of the second compound, if one remains, will be a 
neutral compound which will remain in solution or complex 
with the metal cation formed, though, in general, a second 
compound is chosen such that any binding of the neutral 
conjugate base to the metal cation will be weak or non- 
30 existent. Thus, as the steric bulk of this conjugate base 
increases, it will, simply, remain in solution without 
interfering with the active catalyst. Similarly, if the 
cation of the second compound is a trialkyl ammonium ion, 
this ion will liberate a hydrogen atom to form gaseous 
35 hydrogen, methane or the like and the conjugate base of the 
cation will be la tertiary amine. In like fashion, if the 
cation were a hydrocarbyl- substituted phosphonium ion 
containing at least one reactive proton, as is essential to 
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the present Invention, the conjugate base of the cation would 
be a phosphlne. 

While still not wishing to be bound by any. partic- 
ular theory, it is also believed that as one of the metal 
5 containing (first component) substituents (a ligand) is 

liberated, the noncoordinating anion originally contained in 
the second compound used in the catalyst preparation combines 
with and stabilizes either the metal cation formed from the 
first component, formally having a coordination number of 3 

10 and a <i-4 valence, or a decomposition product thereof • The 
metal cation and noncoordinating anion will remain so 
combined until the catalyst is contacted with one or more 
olefins, diolef ins and/or acetylenically unsatxirated monomers 
either alone or in combination with one or more other monomers 

IS or another neutral Lewis base. As indicated supra, the anion 
contained in the second compound must be sufficiently labile 
to permit rapid displacement by an olefin, diolef in or an 
acetylenically unsatiirated monomer to facilitate 
polymerization • 

20 The chemical reactions which occur in forming the 

catalysts of this invention may, when a preferred, boron 
containing compound Is used as the second component, be 
represented by reference to the general formulae set forth 
herein as follows: 

25 1. (A-Cp)MXiX2 ♦ CL'-H]+CBAriAr2X3X4]- — > 

t(A-Cp)MXi] + tBAriAr2X3X4]- + HX2 + I.* or 
[(A-Cp)MX2]*[BAriAr2X3X4]- + HXi + 

2. (A-Cp)MX^'2 + [I.»-H] + CBAriAr2X3X4]- — > 

[(A-Cp)M(X'iX«2H)]*tBAriAr2X3X4]- ♦ or 
30 [(A-Cp)M(X'2X'lH)] + CBAriAr2X3X4]- + L' 

3. (A-Cp)ML + CL*-H]*[BAriAr2X3X4]- — > 

[(A-Cp)M(LH)]*CBAriAr2X3X4]- ♦ L* 

4. (Cp)(R-Cp*)MXi ♦ [L'-H]*[BAriAr2X3X4]- ~> 

[Cp(HR-Cp*)MXi] + [BAriAr2X3X4]- + f or 
35 CCp{ R-Cp* )M3 + [BAriAr2X3X4] - + HXi + L' 
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In the foregoing reaction equations, the numbers correspond 
to the numbers set forth In combination with the general 
equations for useful metallocena compounds of Group'IV-B 
metals (first components). In general the stability and rate 
5 of formation of the products in the foregoing reaction 

equations, particularly the metal cation, will vary depending 
upon the choice of the solvent, the acidity of the [L'-H]* 
selected, the particular L', the anion, the temperature at 
which the reaction is completed and the particular dicyclo- 

10 pentadienyl derivative of the metal selected. Generally, the 
initially formed ion-pair will be an active polymerization 
catalyst and will polymerize a-olefins, diolefins and acety- 
lenlcally unsaturated monomers either alone or in combination 
with other monomers. In some eases, however, the initial 

15 metal cation will decompose to yield an active polymerization 
catalyst. 

As indicated supra, most first compounds identified 
above will combine with most second compounds identified 
above to produce ap active catalyst, particularly an active 

20 polymerization catalyst. The actual active catalyst species 
is not, however, always sufficiently stable as to permit its 
separation and subsequent identification. Moreover,- and 
while many of the initial metal cations formed are relatively 
stable, it has become apparent that the initially formed 

25 metal cation frequently decomposes into one or more other 
catalytically active species. 

While still not wishing to be bound by any 
particular theory, it is believed that the active catalyst 
species which have not been characterized. Including active 

30 decomposition products, are of the same type as those which 
have been Isolated and fully characterized or at least retain 
the essential ionic structure required for functioning as a 
catalyst. More particularly, it is believed that the active 
catalyst species which have not been isolated, including 

35 active decomposition products, are the same typo as the 
isolated and characterized active catalyst species in that 
the these species contain a bis(cyclopentadlenyl)metal center 
which center remains catlonic, unsaturated and has a metal- 
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carbon bond which Is reactive with olefins, dlole£lxis and 
acetylenlcally iinsaturated compounds. Furthermore, It Is 
believed that the decomposition products may react with 
hydrogen gas to enter into a common state of egulllbrliim 
5 involving the cationic hydride complex, [Cp*CpMH]'*'X*. 

This behavior is best exemplified in a peralkyl- 
cyclopentadienyl system wherein a tetraphenyl borate is used 
as the second component. For example, the reaction of 
Cp*2Z3:Me2 (where Cp* « CsMes) and CBu3NH] + CB(Ph'4)]- 

10 (where Ph* =» phenyl or para-alkylphenyl with hydrogen or an 
alley 1 group in the para<*posltlon) in toluene gives 
CCp*2ZrMel'*^[B(Ph' )4]* which is unstable and decomposes by 
loss of methane to give a single catalytlcally active product. 
The deep red product has been fully characterized by NMR 

15 spectroscopy and single crystal x-ray diffraction. The 

general structure of this zwitterionic catalyst of this type 
is shown below: 

B(Ph;)3 

+ 

(Cp*)2Zr 

20 R 
Wherein: 

Cp* is a per allcyl -substituted cyclopenta- 
dienyl radical wherein each of said alkyl 
substitutions may be the same or a different 

25 Ci-C20 alkyl radical, preferably the same 

or a different Ci-Cg alkyl radical, most 
preferably the same or a different Ci*C4 
alkyl radical; 
B is boron; 

30 Zr is zirconiiim; 

Ph* is a phenyl or alkyl-substituted phenyl 
radical and each of the 3 Ph*s may be the same 
or different and the alkyl substitutions may 
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be C1-C14, preferably Ci-Cs, most preferably 
C1-C4; aivd 

R Is hydrogen or an allcyl group having from 1 
to about 14 carbon atoms, preferably from I to 
5 about 6 carbon atoms, most preferably from 1 

to about 4 carbon atoms. 
Addition of excess hydrogen gas to a toluene solution 
containing the above-identified permathyl- substituted cyclo- 
pentadlenyl zwitterionic catalyst causes a rapid reaction as 

10 evidenced by a color change from red to yellow, and, in con- 
centrated solutions, the formation of a yellow precipitate. 
Removal of hydrogen from the system regenerates the original 
zwitterionic catalyst in high yield. While not wishing to be 
bound by any theory, it is believed that the reaction of 

15 hydrogen with the zwitterionic catalyst leads to the formation 
of [Cp*2ZrH]+[B(Ph' )4]". The reversible nature of this 
reaction along with other spectroscopic evidence suggests 
that the hydride cation is in chemical equilibrium with the 
zwitterionic species. 

20 Consistent with the foregoing, stable polymerization 

catalysts have been prepared when bis(permethylcyclopenta- 
dienyl ) zirconium dimethyl has been reacted with tri(n-butyl)- 
ammonium tetra( phenyl) boron, trl(n-butyl ) ammonium tetra- 
(p-tolyl) boron and tri(n-butyl) ammonium tetra(p-ethylphenyl)- 

25 boron. A stable polymerization catalyst has also been 

prepared when bis (ethyltetramethylcyclopentadienyl) zirconium 
dimethyl was reacted with tri(n-butyl) ammonium tetra(p-tolyl)- 
boron. In each of these eases, the stable polymerization 
catalyst was prepared by adding the reactants into a suitable 

30 aromatic solvent at a temperature within the range from about 
O'C to about lOO'C. Based on this and other information 
available to the inventor, it appears clear that stable 
zwitterionic polymerization catalysts can also be prepared 
using bis (perhydrocarbylcyclopentadienyl) zirconium dialkyls 

35 and dihydrides in combination with ammonium salts of an 
imsubstituted or p-substituted-tetra(aryl)boron anion. 

In general, the stable catalyst formed by the 
method of this invention may be separated from the solvent 
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and stored for subsequent use. . The less stable catalyst, 
however, will, generally, be retained In solution until 
ultimately used In the polymerization of olefins, dlaleflns 
and/or acetylenlcally unsaturated monomers. Alternatively, 
5 any of the catalysts prepared by the method of this Invention 
may be retained in solution for siibsequent use or used 
directly after preparation as a polymerization catalyst. 
Moreover, and as indicated supra, the catalyst may be 
prepared in situ during a polymerization reaction by passing 
10 the separate components into the polymerization vessel where 
the components will contact and react to produce the Improved 
catalyst of this invention. 

When the ratio of first compound to second compound 
is 1:1, at concentrations below about 10" ^M, the catalyst 
15 is often not active for olefin polymerization. While the 
inventors do not wish to be bound by any particular theory, 
it is believed that adventitious oacygen or moisttire in the 
diluent or monomers may deactivate the catalyst. When the 
ratio of the first compound to the second compound is 2:1 to 
20 10:1 or more, however, concentrations of the second component 
can be as low as about 10* ^M. 

When first compounds containing hafnium are reacted 
with second compounds containing a metal Or a metalloid such 
as boron and a less acidic ammonium cations * using tri* 
25 (n-butyl) ammonium tetr akis( pent afluorophenyl) boron as an 

example - and the catalyst therefrom is used in the polymer- 
ization process of this invention, induction periods of about 
1 to about 15 minutes or more can be observed before the 
uptake of monomer begins. This phenomenon is most pronounced 
30 when the concentration of the hafnium compound Is below about 
10*^M and that of the second component is below about 10*^M; 
higher concentrations of catalyst solution often show no 
induction period. It can also be observed when first 
compotinds containing zirconium are used when the concen- 
35 tration of the second component is about 10*^ M or less. 

While the inventors do not wish to be bound by any particular 
theory, it is believed that the catalyst species formed decom- 
poses in ±he polymerization process to form a catal3rtlcally 
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Inactive metal -containing compoxind and regenerating either 
the same or a different second component • This new second 
component activates any excess first component present to 
regenerate the active catalyst species of the present inven- 
S tion. While still not wishing to be bound by any particular 
theory, it is believed that increasing the concentration of 
the catalyst or using second components containing more 
acidic ammonium cations will either diminish the length of 
this induction period or eliminate it completely. 

10 In general, and as indicated supra, the Improved 

catalyst of this invention will polymerize olefins, dlolefins 
and/or acetylenlcally unsaturated monomers either alone or in 
combination with other olefins and/or other unsaturated 
monomers at conditions well known in the prior art for 

15 conventional Ziegler-Natta catalysis* In the polymerization 
process of this invention, the molecular weight appears to be 
a function of both catalyst concentration and polymerization 
temperature and polymerization pressure. The polymers 
produced with the catalyst of this Invention, when prepared 

20 in the absence of significant mass transport effects, will, 
generally, have relatively narrow molecular weight 
distributions • 

Certain of the catalysts of this invention, 
particularly those based on hafnocenes - using the catalyst 

25 produced from the reaction of bis (cyciopentadienyl) hafnium 
dimethyl and the trl substituted ammonium salt of tetra(penta- 
fluorophenyl) boron as an example - when used as described 
herein for the polymerization and copolymerlzation of 
o-olefins, dlolefins, and/or acetylenlcally unsaturated 

30 monomers. In the absence of a chain transfer agent, can lead 
to the production of extremely high molecular weight polymers 
and copolymers having relatively narrow molecular weight 
distributions. In this regard, it should be noted that homo- 
polymers and copolymers having molecular weights up to about 

35 2 X 10^ and molecular weight distributions within the range 
of about 1.5 to about 15 can be produced with the catalysts 
of this Invention. The substituents on the cyciopentadienyl 
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radicals, however, can exert a profound Influence on polymer 
molecular weights. 

Catalysts of this invention containing a first 
component which is either a pure enantiomer or the racemic 
5 mixture of two enantiomers of a rigid, chiral metallocene can 
polymerize prochiral olefins (propylene and higher a-olefins) 
to isotactic polymers. Bis(cyclopentadienyl)metal compounds 
in which each of the cyclopentadienyl radicals is substituted 
and containing a covalent bridging group between the two 

10 cyclopentadienyl radicals are particularly useful for 
isotactic polymerizations of this type. 

A particularly surprising feature of some of the 
catalysts of this invention, particularly those based on 
hafnocenes in combination with a second component comprising 

15 boron, is that when the catalysts of this invention are used 
to copolymerize a-olafins, either alone or in combination 
with diolefins, the amount of higher molecular weight olefin 
or diolefin incorporated into the copolymer is significantly 
increased when compared to copolymers prepared with 

20 the more conventional Ziegler-Natta type catalysts and bis* 
( cyclopentadienyl )zirconiiua catalysts. The relative rates of 
reaction of ethylene and higher a-'Olefins with the aj^ore- 
mentioned hafnium-based catalysts of this invention are much 
closer than with conventional Ziegler-Natta catalysts of the. 

25 Group IV-B metals. The monomer distribution in copolymers 
prepared with the catalysts of this invention, particularly 
with the lower a-olefins and lower, diolefins, will range from 
near perfectly alternating to statistically random. 

In general, catalysts can be selected so as to 

30 produce the polymer products which will be free of certain 
trace metals generally found in polymers produced with 
Ziegler-Natta type catalysts such as aluminum, magnesium, 
chloride and the like. The pol3rnier products produced with 
the catalysts of this invention should, then, have a broader 

35 range of applications than polymers produced with more 

conventional Ziegler-Katta type catalysts comprising a metal 
alkyl, such as an aluminum allcyl. 
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Also unlike polymers heretofore produced with 
conventionel Zlegler-Natta type polymerization catalysts, the 
polymers produced with zwitterionic catalysts in the- absence 
of hydrogen or other chain terminating reagents, contain 
5 predominantly internal rather than terminal lonsatiiration. In 
this regard, it should be noted that if the terminal carbon 
atom in the polymer chain were numbered one, the iinsaturation 
contained in the polymers produced in the process of this 
invention would be 2,3 rather than the more traditional 1,2. 

10 PREFERRED EMBODIMENT OF THE INVENTION 

In a preferred embodiment of the present invention, 
a bis(cyclopentadienyl)metal compound, said metal being 
selected from the Group consisting of titanium, zirconium and 
hafnium, said compotind containing two, independently, substi- 

15 tuted or unsubstituted cyclopentadienyl radicals and one or 
two lower alkyl substituents and/or one or two hydride 
substituents will be combined with a trisubstituted ammonium 
salt of either a substituted or unsubstituted tetr a ( aromatic)- 
boron. Each of the trisubstitutions in the ammonium cation 

20 will be the same or a different lower alkyl or aryl radical. 
By lower alkyl is meant an alkyl radical containing from one 
to four carbon atoms. When the bis (cyclopentadienyl.) metal 
compound used is a bis (perhydrocarbyl- substituted cyclopenta- 
dienyl )metal compound, an unsubstituted or partially substi- 

25 tuted tetr a (aromatic) boron salt may be used. Tri ( n-buty 1 ) - 
ammonium tetra ( phenyl ) boron, tri(n-butyl ) ammonium tetr a- 
(p-tolyl) boron and tri(n-butyl) ammonium tetra(p-ethylphenyl )- 
boron are particularly preferred. As the nximber of hydro- 
car by 1- substitutions on the cyclopentadienyl radicals is 

30 reduced, however, substituted anions will be used in the 
trisubstituted ammonium salts, particularly, pentafluoro- 
substituted anions. Tri(n«butyl) ammonium tetra(fluorophenyl)- 
boron is particularly preferred. 

In a most preferred embodiment of the present inven- 

35 tion, bis (cyclopentadienyl) zirconium dimethyl or bis( cyclo- 
pentadienyl )hafnium dimethyl will be reacted with N,N-di- 
methylanilinium te tr a { pent afluorophenyl) boron to produce the 
most preferred catalyst of the present invention. The two 
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components will be combined at a temperatxire within the range 
from about 0*C to about 100 *C« The components will be 
combined, preferably. In an aaramatlc hydrocarbon soivent, 
most preferably toluene. Nominal holding times within the 
5 range from about 10 seconds to about 60 minutes will be 

sufficient to produce both the preferred and most preferred 
catalyst of this invention. 

In a preferred embodiment, the catalyst, dLmmediately 
after formation, will then be used to polymerize a lower 

10 a-'Olefin particularly ethylene or propylene, most preferably 
ethylene, at a temperature within the range from about 0*C to 
about 100 *C and at a pressure within the range from about 15 
to about 500 psig. In a most preferred emboddLment of the 
present invention, the most preferred catalyst will be used 

15 either to homopolymerizfe ethylene or to copolymerize ethylene 
with a lower a*olefin having from 3 to 6 carbon atoms, 
thereby yielding a plastic or an elastomeric copolymer. In 
both the preferred and most preferred embodiments, the 
monomers will be maintained at polymerization conditions for 

20 a nominal holding time within the range from about '1 to about 
60 minutes and the catalyst will be used at a concentration 
within the range from about 10*^ to about 10*^ moles per 
liter of solvent. 

Having thus broadly described the present invention 

25 and a preferred and most preferred embodiment thereof, it is 
believed that the same will become even more apparent by 
reference to the following examples. It will be appreciated, 
however, that the examples are presented solely for purposes 
of illustration and should not be construed as limiting the 

30 invention. All of the examples were completed either under 
an argon blanket by standard Schlenk techniques or under a 
heliiam blanket in a Vacuum Atmospheres HE43*2 drybox. The 
solvents used in the experiments were rigorously dried under 
nitrogen by standard techniques. The boron and metal locene 

35 reagents used in the examples were either purchased or 

prepared following published techniques. The zwitterlonic 
complexes (Examples 1, 4, 10 and 22) were characterized by 
solid state ^^C NMR spectroscopy and solution NMR 
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spectroscopy. The tetra(p-ethylphenyl)boron zwitterionic 
derivative Isolated in Example 10 was further characterized 
by single crystal x-ray crystallography. 
EXAMPLE 1 

5 In this example, a stable, isolable polymerization 

catalyst was prepared by combining 0.65 g of tri(n-butyl)- 
ammonium tetra( phenyl )boron with 0.50 g of bis(pentamethyl- 
cyclopentadienyl) zirconium dimethyl. The combination was 
accomplished by first suspending the tri(n-butyl) ammonium 

10 tetraC phenyl )boron In 50 ml of toluene and then adding the 
bls(pentamethylcyclopentadienyl) zirconium dimethyl. The 
combination was accomplished at room temperature and con- 
tacting between the two compounds was continued for 1 hour. 
After 1 hour, an insoluble orange precipitate separated from 

15 solution leaving a clear mother liquor. The orange precip- 
itate was isolated by filteration, washed three times with 
20 ml of pentane and dried in-vacuo . 0.75 g of the orange 
precipitate was recovered. A portion of this product was 
analyzed and it was found to contain a single organometalllc 

20 compound having the following general formula: 

.B(C6H5)3 

(C5Me5)2Zr 



wherein Me is a methyl radical. 
EXAMPLE 2 

25 In this example, ethylene was polymerized by adding 

0.05 g of the orange precipitate recovered in Example 1 to 
20 ml of toluene at room temperature in a 100 ml side armed 
flask and then adding excess ethylene at atmospheric pressure 
while maintaining vigorous agitation. An immediate exotherm 

30 was detected and the formation of polyethylene observed as 
the addition of ethylene continued. 
EXAMPLE 3 

in this example, ethylene was polymerized by first 
suspending 0.05 g of the orange precipitate prepared in 
35 Example I to 20 ml of chlorobenzene in a 100 ml side armed 
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flask and then adding excess ethylene at atmospheric pressure 
while maintaining agitation. An Immediate exotherm was 
detected and the formation of polyethylene was observed as 
the addition of ethylene continued. 
5 EXAMPLE 4 

In this example, an active, Isolable olefin polymer^ 
Izatlon catalyst was prepared by first suspending 0.75 g of 
trl(n-butyl) ammonium tetra(p-tolyl )boron In 50 ml of toluene 
and then adding 0.52 g of bis (pent amethylcyclopentadlenyl)- 

10 zirconium dimethyl. The mlxt\xre was stirred at room 

temperature for 1 hour. After 1 hour, an Insolable orange 
precipitate separated from solution. The orange precipitate 
was Isolated by filtration, washed three times with 20 ml of 
pentane and dried In^vacuo . 0.55 g of the orange precipitate 

15 were recovered. The orange precipitate was analyzed and 
found to contain an organometalllc compound having the 
following structure: 

B(p-tolyi)3 

(C5Me5)22r 

20 CH3 

wherein Me Is a methyl radical. 
EXAMPLE 5 

In this example, ethylene was polymerized at atmos- 
pheric pressure by passing ethylene Into a 20 ml sample of 
25 crude reaction mixture from Example 4 In a 100 ml side armed 
flaslc. The ethylene was rapidly polymerized. 
EXAMPLE 6 

In this example, ethylene was polymerized at 40 pslg 
by dissolving 0.02 g of the orange precipitate produced In 
30 Example 4 In 100 ml of toluene In a Fisher-Porter glass pres- 
sure vessel, heating the solution to 80 *C and then passing 
ethylene Into said solution at 40 pslg for 20 minutes. 2.2 g 
of polyethylene were obtained and the average molecular 
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weight of the polymar was 57,000. The polymer had a 
polydlsperslty of 2.5. 
EXAMPLE 7 

In this example, ethylene and acetylene were copoly 
5 merized by dissolving 0.05 g of the orange precipitate from 
Example 4 in toluene and then adding 2 ml of ptirifled acety- 
lene at atmospheric pressure in an NMR tube. An inmiediate 
color change from orange to yellow was noted. After five 
minutes, 5 ml of ethylene at atmospheric pressure were added 
10 to this mixture and an immediate exotherm was observed as was 
polymer formation. 
EXAMPLE 8 

In this example, an active Isolable olefin polymer- 
ization catalyst was produced by first suspending 0.56 g of 

15 trl(n-butyl) ammonium tetra(o-tolyl)boron in 50 ml of toluene 
and then adding 0.25 g of bis (cyclopentadlenyl) zirconium 
dimethyl. The mixture was stirred at room temperature for 1 
hour. After 1 hour an insoluble yellow precipitate separated 
from an orange solution. The yellow precipitate was Isolated 

20 by filtration, washed three times with 20 ml of pentane and 
dried In-vacuo . 0.26 g of the yellow precipitate were 
recovered. 
EXAMPLE 9 

In this example, excess ethylene was added at atmos 
25 pheric pressure to a portion of the orange mother liquor from 
Example 8 in a 100 ml side armed flask and polyethylene 
formed. Ethylene was also contacted with a portion of the 
yellow precipitate, which precipitate was suspended in 
toluene in a 50 ml side armed flask and again polyethylene 
30 was formed. 
EXAMPLE 10 

In this example, an active, Isolable olefin poly- 
merization catalyst was produced by first suspending 1.20 g 
of trl(n-butyl) ammonium tetra(p-ethylphenyl)boron in 50 ml of 
35 toluene and then adding 0.76 g of bis(pentamethylcyclopenta- 
dlenyl) zirconium dimethyl. The mixture was stirred at room 
temperature for 1 hour. After 1 hour, the reaction mixture 
was evaporated to dryness. The crude orange solid, which was 
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producedv was recrystalllzed from hot toluene to give 1.0 9 
of orange-red crystals. A portion of this product was 
analyzed and confirmed to be an organometaillc compound 
having the following structure: 

5 B ( p-ethy Iphenyl ) 3 



+ 

(C5Me5)2Zr 




CH3CH2 

wherein Me Is a methyl radical. 

EXAMPLE 11 

10 In this example, ethylene was polymerized by 

dissolving 0.10 g of the orange-red crystals from Example 10 
in toluene and then placing the solution in a steel autoclave 
under nitrogen pressure. Ethylene at 100 psig was then intro- 
duced into the autoclave and the autoclave heated to 80 *C 

15 with agitation. After 1.0 minutes, the reactor was vented to 
atmospheric pressure and opened. The yield of linear poly- 
ethylene was 27 g having a weight average molecular weight of 
about 52,000. 
EXAMPLE 12 

20 In this example, an active, Isolable olefin poly- 

merization catalyst was prepared by first suspending 0.78 g 
of tri(n-butyl) ammonium tetra(m,m-dimethylphenyl) boron in 
50 ml of toluene and then adding 0.50 g of bls(pentamethyl- 
cyclopentadienyl) zirconium dimethyl. The mixture was stirred 

25 at room temperature for 1 hour. After 1 hour, the reaction 
mixture was evaporated to dryness. The resulting crude 
red-brown solid was washed with 30 ml of pentane and dried 
in-vacuo to yield 0.56 g of a toluene soluble brown solid. 
Both the brown solid and the crude reaction mixture were . 

30 dissolved in 40 ml of toluene in a 100 ml side armed flask 
and were observed to polymerize ethylene at atmospheric 
pressure. 
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EXAMPLE 13 

In this example, two active, Isolable olefin poly- 
merization catalysts were prepared by first dissolving 0«78 g 
of trl ( n*butyl ) ammonium tetra( o, p-dlmethy iphenyl ) boron In 
5 30 ml of toluene and 15 ml of pentane« The solution was then 
cooled to -30 and 0.50 g of bls(pentamethylcyclopenta- 
dlenyl) zirconium dimethyl were added. The mixture was warmed 
to room temperature with agitation and held for 4 hours. A 
yellow precipitate was separated from a purple reaction 

10 mixture by filtration. The yellow precipitate was dried 

In-vacuo to give 0.62 g of product. After separation of the 
yellow precipitate, the purple mother liquor was evaporated 
to dryness to give 0.32 g of a purple glassy solid. The 
yellow and purple products polymerized ethylene In deutero- 

15 toluene In NMR tubes. 
EXAMPLE 14 

In this example, an olefin polymerization catalyst 
was prepared by combining 0.06 g of bls(l,3-blstrlmethyl- 
sllylcyclopentadlenyl) zirconium dimethyl, 0.05 g of 

20 N,N-dlmethylanillnium tetra( phenyl ) boron and I ml of deutero- 
benzene in an NMR tube and allowing the components to react. 
The NMR spectrum showed complete loss of starting materials 
after 20 minutes at room temperature. The reaction mixture 
was then divided into two portions, diluted with 20 ml 

25 toluene, and placed in 50 ml side armed flasks. Ethylene was 
added to one portion and propylene to the other. Rapid 
polymerization was observed in both cases. 
EXAMPLE 15 

In this example, an active olefin polymerization 
30 catalyst was prepared by first suspending 0.87 g of trl- 

(n-butyl) ammonium tetra(p-tolyl)boron In 50 ml of toluene and 
then adding 0.50 g of (pentamethylcyclopentadlenyl)( cycle- 
pent adlenyl) zirconium dimethyl. The reaction was stirred at 
room temperature for 18 hours to give a blue-green homogenous 
35 solution. The reaction mixture was dried in- vacuo , washed 
with 30 ml of pentane, and then redlSsolved in 100 ml of 
toluene. The resulting blue-green solution was filtered into 
a glass pressure vessel and stirred under 1.5 atmospheres of 
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ethylene. An immediate eacotherm and polymer formation was 
observed upon exposure of ethylene • The yield of poly- 
ethylene was 4.5 g after 15 minutes » 

EXAMPLE 16 

5 In this example r an olefin polymerization catalyst 

was prepared by first suspending 0.1 g of tri(n-butyl)- 
ammoni\im tetra(p-ethylphenyl) boron in 5 ml of ds-benzene 
and then adding 0.05 g of (pentamethylcyclopentadienyl)- 
(cyclopentadienyl) zirconium dimethyl. The reaction was 

10 complete after 30 minutes. The green solution was then dried 
in-vacuQ to give a green glassy solid. The crude green 
product was extracted with 20 ml of toluene. In separate 
experiments, the toluene extract was exposed to ethylene^ to 
propylene and to a mixture of ethylene and propylene. In 

15 each case significant poljfmerization activity was observed. 
EXAMPLE 17 

In this example, an active olefin polymerization 
catalyst was prepared by first suspending 0.22 g of tri- 
(n*butyl) ammonium te tr a ( pent afluorophenyl) boron in 50 ml of 

20 toluene and then adding 0.10 g of bis(pentamethylcyclopenta- 
dienyl) zirconium dimethyl. The reaction vessel was capped 
with a rubber septum and stirred at room temperature^ After 
10 minutes the reaction mixture (now yellow and homogeneous) 
was pressurized with 1.5 atmospheres of ethylene and stirred 

25 vigoroxisly. Rapid polymerization of ethylene was observed 
causing a significant increase in the reaction temperature 
(from room temperature to at least 80* C) during the first 
5 minutes of polymerization. After 15 minutes, the reaction 
vessel was vented and methanol was added to kill the still 

30 active catalyst. The yield of linear polyethylene was 3.7 g. 
EXAMPLE 18 

In this example, an active olefin polymerization 
catalyst was prepared by suspending 0.34 g of tri(n-butyl)- 
ammonium tetra(pentafluorophenyl) boron in 50 ml of toluene 
35 and then adding 0.13 g of (pentamethylcyclopentadienyl) 

(cyclopentadienyl) zirconium dimethyl. The reaction vessel 
was capped with a rubber septum and stirred at room tempera- 
ture. After 10 minutes the reaction mixture (a yellow 
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solution above an insoluble orange oil) was pressurized with 
1.5 atmospheres o£ ethylene and stirred vigorously. Rapid 
polymerization of ethylene was observed causing a significant 
increase in the reaction temperature (from room temperature 
5 to at least 80*C) during the first minutes of polymerization. 
After 10 minutes, the reaction vessel was vented and methanol 
was added to kill the still active catalyst. The yield of 
linear polyethylene was 3.7 g. 
EXAMPLE 19 

10 m this example, an active olefin polymerization 

catalyst was prepared by combining 0.18 g of tri(n-butyl)- 
ammoniun tetra(pentafluorophenyl) boron in 50 ml of toluene 
and then adding 0.12 g of bisCl,3-bis(trimethylsiiyl)- 
cyclopentadienyl] zirconium dimethyl. The reaction vessel was 

15 capped with a rubber septum and stirred at room temperature. 
After 10 minutes the reaction mixture (a yellow solution 
above an insoluble yellow oil) was pressurized with 1.5 
atmospheres of ethylene and stirred vigorously. Rapid 
polymerization of ethylene was observed causing a significant 

20 increase in the reaction temperature (from room temperature 
to at least 80 'C) during the first minutes of polymerization. 
After 10 minutes the reaction vessel was vented and methanol 
was added to kill the still active catalyst. The yield of 
linear polyethylene was 2.1 g. 

25 EXAMPLE 20 

In this example, an active olefin polymerization 
catalyst was prepared by suspending 0.34 g of tri(n-butyl )- 
ammonium tetra(pentafluorophenyl)boron in 50 ml of toluene 
and then adding 0.10 g of bis(cyclopentadienyl)zircCnium 

30 dimethyl. The reaction vessel was capped with a rubber 

septum and stirred at room temperature. After 10 minutes the 
reaction mixture (a yellow solution above an insoluble orange 
oil) was pressurized with 1.5 atmospheres of ethylene and 
stirred vigorously. Rapid polymerization of ethylene was 

35 observed causing a significant increase in the reaction 

temperature (from room temperature to at least 80 'O during 
the first minutes of polymerization. After 10 minutes the 
reaction vessel was vented and methanol was added to 
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deactivate the still active catalyst. The yield of linear 
polyethylene was 3.7 g. 
EXAMPLE 21 

In this example, an active olefin polymerization 
5 catalyst was prepared by combining 0.12 g of trl(n-butyl)«- 
ammonlon tetra(pentafluorophenyl)boron and 0.04 g of bls- 
(cyclopentadlenyl)zlrconltm dimethyl In 100 ml of toluene In 
a 250 ml flask. The flask was capped with a rubber septtam 
and stirred at 60 *C for 3 minutes. Ethylene at 1.5 atmos- 

10 pheres and 3 ml of 1-hexene were then added to the flask. 

After 20 minutes, the flask was vented and methanol was added 
to deactivate the still active catalyst* The white polymeric 
product was collected by fllteratlon and dried In-vacuo to 
yield 8.0 g of a hexene^ethylene copolymer. The melting 

15 point of the copolymer was 125 *C. 
EXAMPLE 22 

In this example, an active, Isolable olefin polymer- 
ization catalyst was prepared by first suspending 1.30 g of 
trl(n*butyl)ammonlum tetra(p-tolyl)boron In 50 ml of toluene 

20- and' then adding 1.00 g of bls(ethyltetramethylcyclopenta- . 
dlenyl) zirconium dimethyl. The mixture was stirred at room 
temperature for 1 hour* After 1 hour, an Insolable. orange 
precipitate separated from solution. The orange precipitate 
was Isolated by fllteratlon, washed three times with 20 ml of 

25 pentane and dried ln*vacuo . 0.55 g of the orange precipitate 
were recovered. The orange precipitate was analyzed and 
found to contain an organometalllc compound having the 
following structure: 



30 (C5EtMe4)2Zr 

CH3 

wherein Et Is an ethyl radical and Me Is a methyl radical. 
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EXAMPLE 23 

In this example, 0.05 g of the orange precipitate 
produced In Example 22 was dissolved in 2 ml of deutero- 
toluene and placed in a 5 mm NMR tube and capped with a 
S rubber septum. Ethylene (2 ml at 1 atm) was added via 
syringe and immediately polymerized. 
EXAMPLE 24 

In this example, ethylene and 1-butene were copoly- 
merized in a hexane diluent by adding under a nitrogen 

10 atmosphere to a 1 L stainless-steel autoclave, previously 
flushed with nitrogen and containing 400 ml of dry oxygen- 
free hexane, 40 ml of a toluene solution containing 4 mg of 
bis(cyclopentadlenyl) zirconium dimethyl and 12 mg of 
tri(n-butyl) ammonium tetrakis(pentaf luorophenyl )boron. 

15 1-butene (200 ml) was added to the autoclave, which was 

further pressurized with 65 psig of ethylene. The autoclave 
was stirred and heated for 7 minutes at 60' • The reactor was 
vented and cooled and the contents dried. The yield of 
copolymer isolated was 9.2 g. The weight-average molecular 

20 weight of the polymer was 108,000 and the molecular weight 
distribution was 1.97. A compositional* distribution analysis 
Indicated a breadth index of 88%. 
EXAMPLE 25 

In this example, ethylene and 1-butene were copoly- 
25 merized in a hexane diluent by adding under a nitrogen atmos- 
phere to a 1 L stainless-steel autoclave, previously flushed 
with nitrogen and containing 400 ml of dry, oxygen-free 
hexane, 40 ml of a toluene solution containing 4 mg of 
bis (cyclopentadienyl) zirconium dimethyl and 12 mg of trl- 
30 (n-butyl) ammonium tetrakis(pentaf luorophenyl) boron. 1-butene 
(200 ml) was added to the autoclave, which was ftirther pres- 
surized with 65 psig of ethylene. The autoclave was stirred 
and heated at 50* for 10 minutes. The autoclave was vented 
and cooled and the contents dried. The yield of copolymer 
35 isolated was 7.1 g. The weight- average molecular weight of 
the polymer was 92,000 with a molecular weight distribution 
of 1.88. Analysis by l^C NMR spectroscopy indicated a 
reactivity ratio (rir2) of 0.145. 
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EXAMPLE 26 

In this example, ethylene and l->butene were copoly- 
merlzed In a hexane diluent by adding under a nitrogen atmos- 
phere to a 1 L stainless-steel autoclave, previously flushed 
S with nitrogen and containing 400 ml of dry, oxygen- free 
hexane, 25 ml of a toluene solution containing 9 mg of 
bis C(t-butyl)cyclopentadienyl] zirconium dimethyl and 2.9 mg 
of N, N^dimethylanilinium tetrakis ( pentaf luorophenyl ) boron. 
1-butene (100 ml) was added to the autoclave, which was 

10 further pressurized with 65 psig of ethylene. The autoclave 
was stirred and heated at 50* for 1 hour. The autoclave was 
vented and cooled and the contents dried. The yield of 
copolymer isolated was 27.2 g. The weight-average molecular 
weight of the polymer was 23,000 with a molecular weight 

15 distribution of 1.8. Analysis of the composition distri- 
bution indicated a median comonomer content of 6.3 mole% and 
a breadth index of 81%. 
EXAMPLE 27 

In this example, a stirred 100 ml steel autoclave 
20 reaction vessel which was equipped to perform Ziegler-Natta 
polymerization reactions at presstires up to 2500 bar and 
temperatures up to 300* was used. The temperature of the 
cleaned reactor containing ethylene at low pressure was 
equilibrated at the desired reaction temperature of 160*. 
25 The catalyst solution was prepared by dissolving 259 mg of a 
zwitterionic catalyst (prepared from bis( ethyl tetrame thy 1- 
cyclopentadienyl) zirconium dimethyl and tri(n-butyl ) ammonium 
tetra(p-ethylphenyl) boron in 10.0 ml of distilled toluene 
\mder nitrogen. A 0.4 ml portion of this catalyst solution 
- 30 was transferred by low-pressure nitrogen into a constant- 

voliime injection tube, which was held at 25*. Ethylene was 
pressured into the autoclave at a total pressure of 1500 bar. 
The reactor contents were stirred at 1000 rpm for 1 minute at 
which time the catalyst solution was rapidly injected into 
35 the stirring reactor with excess pressure. The temperature 
and pressure changes were recorded continuously for 120 
seconds at which time the contents were rapidly vented, 
yielding the polymer. The reactor was washed with xylene to 
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collect any polymer remaining inside and all polymer was 
dried in vacuo > The yield of polyethylene isolated was 
0.56 g. This polymer had a weight-average molecular- weight 
of 21,900, a molecular weight distribution of 10*6 and a 
5 density of 0.965 g/ml. 
EXAMPLE 28 

In this example, ethylene was polymerized by adding 
under a nitrogen atmosphere to a 1 I. stainless-steel auto- 
clave, previously purged with nitrogen and containing 400 ml 

10 of dry, oxygen- free hexane, first a solution of 15 mg of 
bis (cyclopentadienyl) hafnium dimethyl in 30 ml of toluene, 
then, after 5 minutes, a toluene solution (50 ml) containing 
12 mg of bis( cyclopentadienyl )hafnium dimethyl and 30 mg of 
tri( n-butyl ) ammonium tetrakis( perf luorophenyl )boron. The 

15 autoclave was pressured with 90 pslg of ethylene and stirred 
at 60' . After 1 hour, the autoclave was vented and opened. 
The yield of linear polyethylene isolated was 73.8 g. This 
material had a weight-average molecular weight of 1,100,000 
and a molecular weight distribution of 1.78. 

20 EXAMPLE 29 

In this example, ethylene and propylene were copoly 
merlzed in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainleess-steel autoclave previously 
flushed with nitrogen and containing 400 ml of dry, oxygen- 

25 free hexane, first a solution of 15 mg bls( cyclopentadienyl)- 
hafniiim dimethyl in 25 ml of toluene, stirring for 5 minutes, 
then 50 ml of a toluene solution containing 17 mg bis (cyclo- 
pentadienyl) hafnium dimethyl and 42 mg of tri ( n-butyl )- 
ammonium tetrakls(pentafluorophenyl) boron. Propylene 

30 (200 ml) was added to the autoclave, which was further 

presstired with an additional 50 pslg of ethylene. The auto- 
clave was stirred at 60' for 15 minutes. The reactor was 
vented and opened and the residual hexane in the contents 
evaporated under a stream of air. The yield of copolymer 

35 isolated was 61.0 g. This copolymer, which was 35.1 wt% 
ethylene, had a weight-average molecular weight of 103,000 
and a molecular weight distribution of 2.3. Analysis by 
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13c NMR spectroscopy Indicated a statlistlcally random 

copol3fTner« 

EXAMPLE 30 

In this example, ethylene and propylene were 
5 copolymerlzed In bulk propylene by adding under a nitrogen 
atmosphere to a 1 L stalnless^^steel autoclave preevlously 
flushed with nitrogen 50 ml of a toluene solution containing 
36 mg of bis (cyclopentadlenyl) hafnium dimethyl and 11 mg of 
N-dimethylanilinii4m tetrakis( pentaf luorophenyl )boron. 
10 Propylene (400 ml) was added to the autoclave, which was 
fiirther pressurized with 120 psig of ethylene* After 
stirring for 15 minutes at 50*, the reactor was vented and 
opened and the contents dried under a stream of air. The 
yield of copolymer isolated was 52.6 g. The copolymer, which 
15 was 38.1 wt% ethylene, had a weight- average molecular weight 
of 603,000 and a molecular weight distribution of 1.93. 
EXAMPLE 31 

In this example, ethylene and 1-butene were copoly- 
merlzed in a hexane diluent by adding under a nitrogen atmos- 

20 phere to a 1 L stainless-steel autoclave, previously flushed 
with nitrogen and containing 400 ml of dry, oxygen-free 
hexane,. first a 30 ml of a toluene solution containing 15 mg 
of bis (cyclopentadlenyl hafnium dimethyl, then after stirring 
for 5 minutes, 30 ml of a toluene solution containing 12 mg 

25 of bis ( cyclopentadlenyl )hafnitim dimethyl and 30 mg of tri- 

(n- butyl } ammonium tetrakis( pentaf luorophenyl ) boron. 1-butene 
(50 ml) was added to the autoclave, which was further pres- 
surized with 65 psig of ethylene. The autoclave was stirred 
and heated to 50^ for 1 hour. The reactor was vented and 
' 30 opened and the contents dried in a vacuum oven. The yield of 
copolymer isolated was 78.7 g. This copolymer, which was 
62.6 wt% ethylene, had a weight-average molecular weight of 
105,000 and a molecular weight distribution of 4.94. 
Analysis by ^^C NMR spectroscopy indicated a reactivity 

35 ratio (rir2) of 0.153* 
EXAMPLE 32 

In this example, ethylene, propylene, and 1-butene 
were copolymerlzed in a hexane diluent by adding under a 
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nitrogen atmosphere to a 1 L stainless-steel reactor, 
previously flushed with nitrogen and containing 400 ml of 
dry, oxygen- free hexane, 50 ml of a toluene solution 
containing 19 mg of bis ( cyclopentadi enyl ) hafnium dimethyl 
S and 15 mg of tri(n-butyl) ammonium tetrakis(pentaf luorophenyl)- 
boron. 1-butene (50 ml) and propylene (25 ml) were added to 
the autoclave, which was fxirther pressurized with 60 psig of 
ethylene. The autoclave was stirred at 50* for 45 minutes, 
then cooled and vented. The contents were dried under a 

10 stream of air. The yield of isolated terpolymer was 17.9 g. 
The weight-average molecular weight of the polymer was 
188,000 and the molecular weight distribution- was 1.89. 
Analysis by ^^C NMR spectroscopy indicated that the polymer 
contained 62.9 mole% ethylene, 25.8 mole% propylene, and 

15 11.3 mole% butene. 
EXAMPLE 33 

in this example, ethylene, propylene, and 1,4-hexa- 
diene were copolymerized in a hexane diluent by adding under 
a nitrogen atmosphere to a 1 L stainless-steel autoclave, 

20 previously flushed with nitrogen and containing- 400 ml of 
dry, oxygen-free hexane, first 100 ml of freshly-distilled 
1,4-hexadiene, then 50 ml of a catalyst solution containing 
72 mg of bis(cyclopentadienyl )hafnium dimethyl and 16 rag 
N, N-dlmethylanilinium tetrakis( per fluorophenyl ) boron. 

25 Propylene (50 ml) was added to the autoclave, which was 

further pressurized with 90 psig of ethylene. The autoclave 
was stirred at SO* for 10 minutes, then cooled and vented. 
The contents were dried under a stream of air. The yield of 
isolated terpolymer was 30.7 g. The weight- average molecular 

30 weight of the polymer was 191,000 and the molecular weight 
distribution was 1.61. Analysis by NMR spectroscopy 
indicated that the polymer contained 70.5 mole% ethylene, 
24.8 mole% propylene, and 4.7 mole% 1,4-hexadiene. 
EXAMPLE 34 

35 In this example, ethylene and 1-hexene were copoly- 

merized in a hexane diluent by adding under a nitrogen atmos- 
phere to a 1 L stainless-steel autoclave, previously flushed 
with nitrogen and containing 400 ml of dry, oxygen-free 
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hexane, £lrst 30 ml of toluene solution containing 15 mg of 
bis<c7Clopentadienyl) hafnium dimethyl, then, after 5 minutes, 
100 ml of alumina-filtered and degassed l-*hexene and then 
50 ml of a toluene solution containing 12 mg of bis(cyclo- 
5 pent adienyl) hafnium dimethyl and 30 mg of tri(n-butyl)- * 
ammonium tetrakis(pentafluorophenyl) boron. The autoclave was 
pressurized with 65 psig of ethylene, stirred and heated at 
50* for 1 hour, then cooled and vented. The contents were 
dried in a vacuum oven. The yield of isolated copolymer was 

10 54.7 g. The copolymer, which was 46 wt% ethylene, had a 
weight-average molecular weight of 138,000 and a molecular 
weight distjribution of 3.08. Analysis by ^^C NMR 
spectroscopy indicated a reactivity ratio (rir2) of 
0.262. 

15 EXAMPLE 35 

In this example, propylene was polymerized in a 
hexane diluent by adding xmder a nitrogen atmosphere to a 1 L 
stainless-steel autoclave, previously flushed with nitrogen 
and containing 200 ml of dry, oxygen-free hexane, 50 ml of a 

20 toluene solution containing 72 mg of bis(cyclopentadienyl')- 
hafnium dimethyl and 22 mg of N,K-dimethylaniliniimi tetra- 
kisCpentaf luorophenyDboron. Propylene (200 ml) was added 
and the autoclave was stirred at 40* for 65 minutes. The 
autoclave was cooled and vented and the contents dried in a 

25 vacuum oven. The yield of atactic polypropylene was 37.7 g. 
The weight- average molecular weight of this polymer was 
92,000 and the molecular weight distribution was 1.54. 
EXAMPLE 36 

In this experiment, propylene was polymerized in 
30 bulk propylene by adding under a nitrogen atmosphere to a 1 L 
. stainless-steel autoclave, previously flushed with nitrogen, 
50 ml of a toluene solution containing 77 mg of bis(cyclo- 
pent adienyl) hafnium dimethyl and 22 mg of N,N-dimethyl- 
anilinium tetrakis(pentafluorophenyl)boron. Propylene 
35 (400 ml) was added and the autoclave stirred at 40* for 
90 minutes. The autoclave was cooled and vented and the 
contents dried in a vacuum oven. The yield of atactic poly- 
propylene isolated was 58.7 g. The weight- average molecular 
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weight of this polymer was 191^000 and the molecular weight 
distribution was 1.60. 
EXAMPLE 37 

In this example, propylene was polymerized in bulk 
5 propylene by washing 72 mg of bis(cyclopentadienyl)hafnium 
dimethyl and 22 mg of N,N-dimethylanilinium tetrakis(penta- 
fluorophenyl) boron into a 1 L stainless^steel autoclave, 
previously flushed with nitrogen, with 500 ml of propylene. 
The autoclave was stirred at 40* for 90 minutes and at 50* 
10 for another 30 minutes, then cooled and vented. 2.3 g of 
atactic polypropylene were isolated. 
EXAMPLE 38 

In this example, ethylene was polymerized by 
reacting 55 mg of bis( trimethylsilylcyclopentadienyl )hafnixim 

15 dimethyl with 80 mg of N,N-dlmethylanilinium tetrakis(penta- 
fluorophenyl boron in 5 ml of toluene in a serum'-capped 
vial. On passing ethylene through the solution for 15 
seconds, polymer formed as the mixture grew hot. The vial 
was opened and the contents diluted with acetone, filtered, 

20 washed, and dried. The yield of polyethylene was 0.26 g. 
EXAMPLE 39 

In this example, propylene was polymerized in bulk 
propylene by adding under a nitrogen atmosphere to a 1 Ii 
stainless-steel autoclave, previously flushed with nitrogen, 

25 25 ml of a toluene solution containing 10 rag of rac-dlmethyl- 
silyl bis (indenyl) hafnium dimethyl and 5 mg of N,N-dimethyl- 
anilinium tetrakis ( pentaf luorophenyl )boron. Propylene 
(500 ml) was added and the autoclave stirred at 40* for 
4.5 hours. The autoclave was cooled and vented and the 

30 contents dried in a vacuum oven. The yield of isotactic 
polypropylene isolated was 78.5 g. The weight-average 
molecular weight of this polymer was 555,000 and the 
molecular weight distribution was 1.86. The polymer had a 
melting point of 139 "C. Analysis by l^C NMR spectroscopy 

35 indicated that the polymer was about 95% isotactic. 
EXAMPLE 40 

In this example, an active ethylene polymerization 
catalyst was prepared by suspending 40 mg of M,M-dimethyl- 
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anlllnlum tetraklsXpentafluorophenyl) boron and 17 mg o£ 
1-bls ( cyclopentadleny 1 ) zlrcona-S^dlraethYlsllacyclobutane In 
10 ml of toluene in a septiini-capped round bottomed ^lask« 
Passage of ethylene through the solution for 30 seconds 
5 caused the solution to become hot as polymer precipitated. 
The flask was opened and the contents diluted with acetone. 
The polymer was filtered off, washed with acetone, and dried 
in vacuo . The yield of polymer isolated was 0.15 g. 
EXAMPLE 41 

10 In this example, an active ethylene polymerization 

catalyst was prepared by suspending 36 mg of* l-bis(cyclopenta- 
dienyl)titana-3-dimethyl8ilacyclobutane and 80 mg of N,K-di- 
methylanilinixim tetrakis(pentafluorophenyl) boron in 20 ml of 
toluene in a serum«*capped round-^bottomed flask. The solution 

15 darkened when ethylene was passed through it. After 5 

minutes, the flask was opened and the contents diluted with 
ethanol. The polymer was filtered off, washed with ethanol, 
and dried. The yield of polyethylene isolated was 0.51 g. 
EXAMPLE 42 

20 * - In this example, an active ethylene polymerization 
catalyst was prepared by suspending 29 mg of (pentamethyl 
cyclopentadienyl ) ( tetramethyl-eta^-cyclopentadienyl ) zirconium 
phenyl and 43 mg of tri(n*butyl) ammonium tetrakis(pentafluoro- 
phenyl) boron in 25 ml of toluene in a sertm-capped round-* 

25 bottomed flask. On passing ethylene through the solution, 
polymer formed almost instantly. After 5 minutes, the flask 
was opened and the contents diluted with ethanol. The 
polymer was filtered off, washed with acetone, and dried. 
The yield of polyethylene isolated was 0.49 g. 

30 EXAMPLE 43 

In this example, an active ethylene polymerization 
catalyst was prepared by suspending 34 mg of bis( cyclopenta- 
dienyl )zirconiuffl( 2, 3->dimethyl-l,3-butadiene) and 85 mg of 
tri ( n-buty 1 ) ammonium tetrakis ( pent af luoropheny 1 ) boron in 
35 50 ml of toluene in a serums-capped bottle. On introducing 
ethylene, the solution grew warm instantly as polymer 
precipitated. After 5 minutes the bottle was opened and the 
contents diluted with ethanol. The polymer formed was 
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filtered off, washed with ethanol, and dried. The yield of 
polymer Isolated was 1.06 g« 

EXAMPLE 44 - 

In this example, ethylene was polymerized by 
5 reacting 20 mg of l-bls(cyclopentadlenyl )hafna-3-dlmethyl- 
sllacyclobutane and 39 mg of N/N-dlmethylanlllnlum tetra- 
kls(pentafluorophenyl) boron In 20 ml of toluene In a serum- 
capped rotmd-bottomed flask. On passing ethylene through the 
solution, polymer precipitated as the solution grew warm. 
10 After 1 minute, the flask was opened and the contents diluted 
with ethanol. The polymer was filtered off, washed with 
ethanol, and dried. The yield of polyethylene Isolated was 
0.263 g. 
EXAMPLE 45 

15 In this example, ethylene was polymerized by 

reacting 21 mg of bls( eye lopent adleny 1 )hafnlum( 2, 3 -dimethyl- 
1,3-butadlene) and 41 mg of trl(n-butyl) ammonium tetra- 
kls( pent afluorophenyl) boron In 50 ml of toluene In a serum- 
capped bottle. On passing ethylene through the solution, 

20 polymer precipitated vlthln seconds. After 10 minutes, the 
bottle was opened and the contents diluted with ethanol. The 
solid polymer was filtered off, washed with acetone, and 
dried. The yield of polyethylene Isolated was 0.93 g. 
EXAMPLE 46 

25 In this example, ethylene was polymerized by 

reacting 53 mg of (pentamethylcyclopentadlenyl)(tetramethyl- • 
cyclopentadlenylmethylene) hafnium benzyl and 75 mg of N,N- 
dlmethylanlllnlum tetrakls(pentafluorophenyl) boron In 50 ml 
of toluene In a serxim-capped bottle. Ethylene was passed 

30 through the solution for 10 minutes. The bottle was opened 
and the contents diluted with ethanol. The polymer was 
filtered off, washed with acetone, and dried. The yield of 
polyethylene Isolated was 0.65 g. 

While the present Invention has been described and 

35 Illustrated by reference to particular embodiments thereof. 
It will be appreciated by those of ordinary skill In the art 
that the same lends Itself to variations not necessarily 
Illustrated herein. For this reason, then, reference 
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should ba made solely to the appended claims for purposes of 
determining the true scope of the present Invention. 
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CLAIMS: 

1. Method for preparing a catalyst comprising the Steps 

of: 

(a) Combining, in a suitable solvent or diluent, at least 
one first compound consisting of a b1s(cyclopentadienyl)metal 
compound containing at least one substituent capable of reacting 
with a proton, said metal being selected from the group consisting 
of titanium, zirconium and hafnium and at least one second compound 
comprising a cation capable of donating a proton and an anion which 
is a single coordination complex comprising a plurality of 
lipophilic radicals covalently coordinated to and shielding a 
central charge-bearing metal or metalloid atom, which anion is 
bulky, labile and capable of stabilizing the metal cation formed as 
a result of the reaction between the two compounds; 

(b) Maintaining the contacting in step (a) for a suffi- 
cient period of time to permit the proton provided by the cation of 
said second compound to react with said substituent contained in 
said bis(cyclopentad1enyl>meta1 compound; and 

<c) Recovering an active catalyst as a direct product or 
as a decomposition product of one or more of said direct products 
from step (b). 

2. Method according to Claim 1 wherein said b1s(cyclo- 
pentadienyDmetal compound may be represented by the following 
general formulae: 

1. (A-Cp)MXiX2 

I — I 

2. (A-Cp)MX'iX'2 

3. (A-Cp)ML and/or 

4. (Cp*)(CpR)iSxi 

Wherein: 

M is a metal selected from the group consisting of 
titanium, zirconium and hafnium; (A-Cp) is either 
(CpXCp*) or Cp-A'-Cp* and Cp and Cp* are the same or 
different substituted or unsubstituted cyclopentadienyl 
radicals; 
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A' is a covalent bridging group; 

L is an olefin. tJiolefin or aryne ligand; 

and are, independently, selected from the group 
consisting of hydride radicals, hydrocarbyl radicals, 
substituted--hydrocarbyl radicals, organometalloid radicals 
and the like; 

X*^ and X*2 are joined and bound to the metal atom to 
form a metal lacyde, in which the metal atom, X'^ and 
X*2 form a hydrocarbocyclic ring containing from about 3 
to about 20 carbon atoms; and 

R is a substituent on one of the cyclopentadienyl radicals 
which is also bound to the metal atom. 

3. Method according to Claim 1 or Claim 2 wherein said 
second compound may be represented by the following general formula: 

Wherein: 

L' is a neutral Lewis base; 
H is a hydrogen atom; 
CL*-H] is a Bronsted acid; 

H* is a metal or metalloid selected from the Groups 
subtended by Groups V-B to V-A of the Periodic Table of 
the Elements; ie-, groups V-B, VI-B, VII-B. VIII. I-B, 
II-B. III-A, IV-A and V-A; 

to 0^ are selected, independently, from the group 
consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryloxide radicals, hydrocarbyl and substi- 
tuted-hydrocarbyl radicals and organometalloid radicals 
and any one. but not more than one, of to 0^ may be 
a hallde radical - the remaining to Q^^ being. 
Independently, selected from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n - m « d. 
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4. Method according to any of the preceding claims 
wherein said second compound may be represented by the general 
formula: 

CL'-Hl^CBAr^ArjXjX^]" 

Wherein: 

L' 1s a neutral Lewis base; 

H Is a hydrogen atom; 

CL'-H]^ is a Bronsted add; 

B Is boron in a valence state of 3; 

Ar^ and Arg are the same or different aromatic or 

substituted-aromatic hydrocarbon radicals which radicals 

may be linked to each other through a stable bridging 

group; and and X^ are, Independently, selected from 

the group consisting of hydride radicals, halide radicals 

and hydrocarbyl and substituted-hydrocarbyl radicals. 

organometal loid radicals and the like. 

5. Method according to any of the preceding claims 
wherein the first compound is of the general formula 1 In Claim 2 
and wherein said second compound Is a tri substituted ammonium salt 
of an unsubstituted or substituted aromatic boron compound, with 
said first compound being optionally a bis(cyclopentad1enyl)metal 
compound containing two, independently, substituted or unsub- 
stituted cyclopentadienyl radicals and two lower alkyl substltuents 
or two hydrides, the metal being preferably zirconium or hafnium. 

6. Method of Claim 5 wherein said second compound is a 
tri (n-butyl) ammonium tetra(phenyl)boron, in which case preferably 
said first compound is a bis(pentamethylcyclopentadienyl)zircon1um 
dimethyl; or said second compound is N,N-dimethylan111nium tetra- 
(phenyl)boron, in which case said first compound is preferably a 
bisCl ,3-b1s(tr1methylsnyl)cyc1opentad1enyll2lrcon1um dimethyl . 

7. Method according to Claim 5 wherein said second 
compound is selected from the group consisting of tri (n-butyl >- 
ammonium tetra(p-tolyl)boron, tri (n-butyl )ammonium tetra(o-tolyl)- 
boron, tri (n-butyl )ammonium tetra(m,m-di methyl phenyl )boron and 
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trKn-butyl) ammonium tetra(o,m-dimethylpheny1)boron, \n which case 
preferably said first compound is a bis(pentamethylcyclopen{a- 
dienyDzirconium dimethyl; or wherein said second compound is 
selected from the group consisting of tri<n-buty1) ammonium 
tetraCp-tolyl) boron and trKn-butyl )ammonium tetra (p-ethyl phenyl )- 
boron. In which case preferably said first compound Is selected 
from the group consisting of bisCpentamethylcyclopentadienyDzir- 
conium dimethyl, and (pentamethylcyclopentadienylXcyclopenta- 
dienyDzirconium dimethyl; or wherein said second compound is 
selected from the Group consisting of trKn-butyl) ammonium tetra- 
<pentaf1uorophenyl)boron and N,N-d1 methyl anillnium tetra(penta- 
f 1 uoropheny 1 ) boron . 

8. Method according to any of claims 1 to 4 wherein the 
first compound is of the general formula 2 in Claim 2 and wherein 
said second compound is a tri substituted ammonium salt of a tetra- 
(substituted-aromatic)boron compound, preferably N,N-diraethylani- 
linium tetra(pentafluorophenyl)boron, in which case preferably said 
first compound is selected from the group consisting of 1-bis- 
(cyclopentadienyl )t1 tana-3-di methyl silacyclobutane, l-b1 s(cyclo- 
pentadienyl>zircona-3-dimethylsiTacyclobutane and l-b1s(cyclopenta- 
d1 enyl )hafna-3-di methyl silacyclobutane. 

9. Method according to any of claims 1 to 4 wherein the 
first compound Is of the general formula 3 in Claim 2 and wherein 
said second compound is a tri substituted ammonium salt of a tetra- 
(substituted-aromatlc)boron compound, preferably trKn-butyl )- 
ammonium tetra(pentafl uoropheny!) boron, in which case preferably 
said first compound is selected from the group consisting of 

bi s (cycl opentadi enyl )zi rconi um(2, 3-di methyl -1 ,3-butadi ene) and 
b1 sCcyclopentadi enyl )hafni um( 2, 3-di methyl -1 .3-butadi ene) . 

10. Method according to any of claims 1 to 4 wherein the 
first compound is of the general formula 4 in Claim 2 and wherein 
said second compound Is a tri substituted ammonium salt of a tetra- 
(substituted-aromatic) boron compound, said first compound being, 
preferably selected from the group consisting of (pentamethylcyclo- 
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pentadi enyl Xtetraniethyl eye 1 opentad i enyl methyl ene)zi reoni urn phenyl 
and (pentamethylcyclopentadienylXtetraroethylcyclopentadienyl- 
methylene)hafnium benzyl In whieh case said second compound is 
preferably tri(n-buty1)ammoniura tetra(pentaf1uoropheny1)boron or a 
N,N-d1 methyl anilinium tetra(phenyl)boron compound. 

n. Method for polymerizing an o-olefin, d1 olefin 
and/or an acetyl enlcally unsaturated monomer containing from 2 to 
about 18 carbon atoms and/or an acetyl enlcally unsaturated compound 
containing from 2 to about 18 carbon atoms either alone or In 
combination with each other or with other monomers comprising the 
steps of: 

(a) contacting an olefin, diolefin and/or an acetyl enlcally 
unsaturated compound containing from 2 to about 18 carbon atoms 
either alone or in combination with each other or with other 
monomers in a suitable carrier, solvent or diluent with a catalyst 
prepared previously or in situ during polymerization by a method 
according to any of the preceding claims; 

(b) continuing the contacting of step (a) for a sufficient 
period of time to polymerize at least a portion of the monomer or 
monomers; 

(e> recovering a polymer product. 

12. Catalyst prepared by a method according to any of 
claims 1 to 10. 

13. A polymer comprising a monomer selected from the 
group consisting of a-olefins. diolefins, acetyl enlcally 
unsaturated monomers and mixtures there prepared with a catalyst 
according to Claim 12. 
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14. Composition of matter containing an organometalllc 
compound having the following general structural formula: ^ 




R 



wherein: 

Cp* Is a peralkyl -substituted cyclopentadienyl radical 

wherein each of said alkyl substitutions may be the same 

or a different C^-Cjg alkyl radical; 

B Is boron: 

Zr Is zirconium; 

Ph' Is a phenyl or alkyl -substituted phenyl radical and 
each of the 3 Ph's may be the same or different and the 
alkyl substitutions may be C^-C^4: 

R is hydrogen or an alkyl group having from 1 to about 14 
carbon atoms. 

15. Composition of matter according to Claim 14 having 
the following general structural formula: 

B(C6H5)3 



(Cp*)2Zr 




wherein Cp* Is a (pentamethyl cyclopentadienyl) radical; 

B(p-tolyl)3 

(Cp*)2Zr 

CH3 
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wherein Cp* is a (pentamethylcyclopentadienyl) radical; 

B[p-CH3CH2(C6H5)]3 



(Cp*)2Zr-/Q\ 



CH3CH2 

wherein Cp* is a (pentamethylcyclopentadienyl) radical; or 

B(p-tolyl)3 



(Cp*)2Zr. 



CH3 

wherein Cp* is a (ethyl tetramethylcyclopentadienyl) radical. 

16. As a composition of matter, an organometallic 
compound represented by one of the following general formulae: 

1 . {[(A-Cp)MX^]}j,C(M' )"'*Q,02. . -On]**" 

2. {C(A-Cp)MX,L'3}jj[(M')"^0^02...0n]'^" 
Wherein: 

M is a metal selected from the Group consisting of tita- 
nium, zirconium, and hafnium; 

(A-Cp) Is either (CpXCp*) or Cp-A'-Cp* and Cp and Cp* are 
the same or different substituted or unsubstituted cyclo- 
pentadienyl radicals; 
A' is a covalent bridging group; 

is selected from the group consisting of hydride 
radicals, hydrocarbyl radicals; substituted-hydrocarbyl 
radicals, organometal loid radicals and the like; 
L' is a neutral Lewis base; 
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M' Is a metal or metalloid selected from the Groups 
encompassed by Groups V-B to VI-A of the Periodic fable of 
the Elements; ie.. Groups V-B. VI-B. VII-B. VIII. I-B, 
II-B, III-A. IV-A. and V-A; 

to are selected, independently, from the Group 
consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryl oxide radicals, hydrocarbyl and 
substituted-hydrocarbyl radicals, and organometallold 
radicals and any one, but not more than one, of the 
to may be a halide radical - the remaining to 

being. Independently, selected from the foregoing 
radicals: 

m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n - m - d. 

17. The composition of matter of Claim 16 wherein said . 
anion may be represented by the following general formula: 

CBAr^Ar2X3X4]' 

Hherein: 

B is boron in a valence state of 3; 
Ar^ and Arg are the same or different aromatic or 
substituted-aroraatic hydrocarbon radicals which radicals 
may be linked to each other through a stable bridging 
group; and 

Xj and X^ are, independently selected from the group 
consisting of hydride radicals, halide radicals, and 
hydrocarbyl and substituted-hydrocarbyl radicals, organo- 
metallold radicals, and the like. 

18. The composition of matter of Claim 17 wherein said 
anion is chosen from the group consisting of unsubstituted tetra- 
(aromatic) boron anions and substituted tetra(aromatic)boron anions. 
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